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(54) Oxygen absorptive resin composition 

(57) The oxygen absorptive resin composition of the 
present invention includes: a ttiermoplastic resin (a) 
having carbon-cartxxi double bonds; a gas barrier resin 
(b) having an oxygen transmission rate of 500ml • 20 
jim/m^ • day • atm or less (20"C 65%RH); and a transi- 
tion metal salt (c). This resin composrtion and molded 
articles formed using the resin composrtion effectively 
absorb and scavenge oxygen when used to package 
products susceptbie to degradation by oxygen, such as 
foods and drinks 
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Description 

[0001] The present invention relates to oxygen 
absorptive resins and resin compositions used for pack- 
aging materials, containers, and the like for products 
that are highly susceptible to degradation by oxygen, 
such as foods, drinks, medicines, cosmetics, and the 
like. The present invention also relates to oxygen 
absorptive resin compositions having good gas barrier 
properties, good moisture-resistance, good aroma 
retentivity. and good flavor barrier properties, in addition 
to good oxygen absorbency The present invention fur- 
ther relates to molded articles using such resins or com- 
positions, such as packaging materials, containers, and 
the like for foods, drinks, medicines, cosmetics, and the 
like. 

[0002] As well known, it is possble to maintain the 
quality of products susceptible to degradation by oxy- 
gen and prolong the shelf life thereof by protecting the 
products from exposure to oxygen. For example, a food 
liable to degrade in an oxygen atmosphere is main- 
tained in quality and retarded from spoiling by packag- 
ing the food to block it from exposure to oxygen. Such 
packaging is also advantageous in prolonging the value 
of the product and thus reducing the cost that may be 
required for disposal of a degraded product and the 
repurchase of a new product. Several techniques for 
minimizing exposure to oxygen have been developed in 
the food packaging industry Examples of such means 
generally available at present are modified atmosphere 
packaging (MAP), vacuum packaging, arxi oxygen bar- 
rier film packaging. The former two means utilize an 
atmosphere with a low concentration of oxygen, while 
the last means physically blocks oxygen from entering 
the packaged environment. 

[0003] The oxygen l>arrier film packaging, which is 
classically most used, utilizes various types of gas bar- 
rier resins as a film material. 

[0004] Extensively used gas barrier resins are an 
ethylene-vinyl alcohol copolymer (hereinafter may be 
referred to as EVOH). polyamide. polyvinyl chloride, 
polyacrylonitrile. and the like. These resins have good 
oxygen or carbon dioxide gas barrier properties and can 
be melt -molded. They therefore have a wide range of 
applications such as packaging films, sheets, bottles, 
and containers. These resins are laminated with ther- 
nrx)plastic resins. in particular, polydefin resins, having 
good nx)isture -resistance, mechanical properties, and 
the like, to form multilayered plastic packaging materi- 
als. Such multilayered plastic packaging materials are 
broadly used as containers that have excellent oxygen 
t:iarrier properties in the form of bags, bottles, cups, arvj 
pouches, for example, in a variety of fields such as 
foods, cosmetics, medicines, chemicals, and toiletries. 
[0005] The above packaging materials using the 
gas barrier resins have good barrier properties against 
oxygen and carbon dioxide gas. However, the permea- 
bility thereof against gas such as oxygen gas is not 



exactly zero or near zero, unlike metals used for cans 
and the like and glass used for bottles and the like, but 
still permit transmission of an amount of gas that is not 
negligible. As for packaging materials for foods, in par- 
5 ticular, of great concern is degradation of foods due to 
oxidation when they are preserved for an extended 
period of time. Therefore, improvement on the oxygen 
barrier properties of the resin materials is strongly 
desired. Also desired is scavenging of oxygen existing 
TO in a packaging container that has entered the container 
together with the contents during packaging and filling 
of the contents, when the contents are susceptible to 
oxidation, so as to protect them from being degraded. 
For this purpose, it is proposed to enclose an oxygen 
15 scavenger in the inner environment of the package, or 
to give the oxygen scavenging function to the gas bar- 
rier resin by mixing an oxygen scavenger in the gas bar- 
rier resin. The latter proposal of giving the oxygen 
scavenging function to the gas barrier resin, in particu- 
20 far. has an effect of scavenging oxygen uniformly over 
the entire inner environment of the package. Addition- 
ally, it also has an effect of scavenging oxygen that is 
being transmitted through the wall of the package by the 
scavenger mixed in the resin material. This makes it 
25 possible to minimize the level of oxygen content within 
the entire inner environment of the package. 
[0006] Various compounds are known to be oxygen 
scavengers. As an improved oxygen scavenger, a com- 
position including a transition metal catalyst and an eth- 
30 yienically unsaturated compound (e. g.. polybutadiene 
and polyisoprene) is proposed, for example, in Japa- 
nese Laid-Open Patent Publication No. 5-115776. This 
literature exemplifies trans-1,4-polyisoprene and 1,2- 
polybutadiene as the ethylenically unsaturated com- 
35 pound, and a cobalt compound as the transition metal 
catalyst. However, sufficient oxygen scavenging effect 
of the disclosed oxygen scavenger is not so sufficiently 
obtained. Moreover, in some cases, the delay until the 
start of effective oxygen scavenging (the induction 
40 period) is disadvantageously long. 

[0007] As the method of giving the oxygen absorp- 
tion function (i.e., scavenging function) to a gas barrier 
resin, the following methods are proposed; (1) An oxida- 
tion catalyst such as a transition metal is added to 
45 EVOH to facilitate oxidation of the EVOH so that oxygen 
can react with the EVOH as it is transmitted in a film 
composed of the EVOH, thereby giving the oxygen 
absorption function to the EVOH (Japanese Laid-Open 
Patent Publication No. 4-21 1444); (2) An oxidation cata- 
50 lyst such as a transition metal is added to polyvinyl chlo- 
ride to facilitate oxidation of the polyvinyl chloride so 
that oxygen can react with the polyvinyl chloride as it is 
transmitted in a film composed of the polyvinyl chloride, 
thereby giving the oxygen absorption function to the pol- 
55 yvinyl chloride (Japanese Laid-Open Patent Publication 
No. 4-45144); (3) A mixture substantially composed of 
polyolefin and an oxidation catalyst is dispersed in 
EVOH so that oxygen can react with the polyolefin in the 
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EVOH as it is transmitted in a film of EVOH containing 
the mixture, thereby obtaining a resin conposition hav- 
ing the oxygen absorption function (Japanese Laid- 
Open Patent Publication No. 05-156095); and (4) 
EVOH, polyolefin, and an oxidation catalyst are blended 
so that oxygen can react with the polyolefin and the 
EVOH as it is transmitted in a film of the mixture of the 
EVOH and polyolefin. thereby obtaining a resin compo- 
sition having the oxygen absorption function (Japanese 
Laid-Open Patent Publication No. 05-170980). 
[0008] However, methods (1) and (2) fail to provide 
sufficiently improved oxygen barrier properties, though. 
Moreover, the transparency Is not adequate due to the 
addition of the large amount of oxidation catalyst. Meth- 
ods (3) and (4) also have a drawback in that the trans- 
parency is reduced due to the addition of polyolefin to 
the gas barrier resin. 

[0009] The oxygen absorptive resin composition of 
the first embodimerrt of the present invention includes: a 
thermoplastic resin (a) having carbon-carbon double 
bonds; a gas barrier resin (b) having an oxygen trans- 
mission rate of 500 ml • 20 p m/m^ • day • atm or less 
(20**C 65%RH); and a transition metal salt (c). 
[0010] In a preferred embodiment, the oxygen 
absorption rate of the resin composition is 0. 01 ttUvt? 
•day or more. 

[0011] The oxygen absorptive resin composition of 
the second embodiment of the present invention 
includes: a thermoplastic resin (a) having carbon-car- 
bon double bonds; and a gas barrier resin (b) having an 
oxygen transmission rate of 500 ml • 20 \irr\lvr? • day 
•atm or less (20°C 65%RH). wherein the oxygen 
absorption rate is 0.01 wUrr? -day or more. 
[0012] In a preferred embodiment, the thermoplas- 
tic resin (a) of the oxygen absorptive resin composition 
has the cartoon -cartx>n double bonds in an amount of 0. 
0001 eq/g or more. 

[0013] In another preferred embodiment, the ther- 
moplastic resin (a) is a copolymer of an aromatic vinyt 
compourxl artd a diene conpound. 
[0014] In still another preferred errtiodiment, the 
therrrxDplastic resin (a) has at least one kind of structural 
unit represented by tormula (I): 

— at — CH 

I 

I 

R3 



[wherein denotes an alkyi group having 1 to 10 car- 
bon atoms, an aryl group, an alkylaryl group, or an 
alkoxy group; R2 and R3 denote indeperxlently a hydro- 



gen atom, an alkyl group having 1 to 1 0 carbon atoms, 
a substituted aryl group or a non-substituted aryl group, 
-COOR4, -OCOR5, a cyano group, or a halogen atom; 
and R4 and R5 denote Independently an alkyl group 
5 having 1 to 10 carbon atoms, an aryl group, an alkylaryl 
group, or an alkoxy group], and has a number-average 
molecular weight in the range of 1000 to 500000. 
[0015] In still another preferred embodiment, the 
refractive index of the gas barrier resin (b) is in the 
w range of 1.50 to 1.56. 

[0016] In still another preferred embodiment, the 
gas barrier resin (b) is at least one selected from the 
groLp consisting of polyvinyl alcohol resins, polyamides. 
polyvinyl chloride, and polyacrylonitrile. 
[0017] In still another preferred embodiment, the 
gas barrier resin (b) is an ethylene-vinyl alcohol copoly- 
mer having an ethylene content of 5 to 60 mol% and a 
degree of saponification of 90% or more. 
[0018] In still another preferred embodiment, the 
20 transition metal salt (c) is at least one selected from the 
group consisting of iron salts, nickel salts, copper salts, 
manganese salts, and cobalt salts. 
[0019] In still another preferred embodiment, the 
transition metal salt (c) is contained in an amount of 1 to 
25 5000 ppm in terms of the metal element. 

[0020] In still another prefen-ed embodiment, the 
difference in the refractive Index between the therrrx)- 
plastic resin (a) and the gas baaier resin (b) is 0.01 or 
less. 

30 [0021] In stiil another preferred embodiment, the 
thermoplastic resin (a) is contained in an amount of 0.1 
to 30 % by weight, and the gas barrier resin (b) Is con- 
tained in an amount of 99.9 to 70 % by weight. 
[0022] In still another preferred embodiment, parti- 
es des of the thermoplastic resin (a) are dispersed in a 
matrix of the gas barrier resin (b). 
[0023] The oxygen absorptive resin composition of 
the third embodiment of the present Invention Includes: 
a thermoplastic resin (a) having a number-average 
40 molecular weight in the range of 1000 to 500000 and 
having at least one kind of a structural unit represented 
by fornxjla (I): 

CH2 — CH 

I 

I 

[wherein Ri denotes an alkyl group having 1 to 10 car- 
55 bon atoms, an aryl group, an alkylaryl group, or an 
alkoxy group; R2 and R3 denote independently a hydro- 
gen atom, an alkyl group having 1 to 10 carbon atoms, 
a substituted aryl group or a non-substituted aryl group. 
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-COOR4. -OCOR5. a cyano group, or a halogen atom; 
and R4 and R5 denote independently an alkyi group 
ha\/ing 1 to 10 carbon atoms, an aryl group, an alkylaryl 
group, or an alkoxy group], wherein the carbon-carbon 
double bonds in said structural unit in the resin (a) is 
contained in an amount of 0.0001 eq/g or more; and a 
transition metal salt (c) in an amount of 1 to 10000 ppm 
in terms of the metal element. 

[0024] In a preferred embodiment, the oxygen 
absorption rate of the resin composition of the third 
embodiment is 0.01 ml/m^ 'day or more. 
[0025] In another preferred embodiment, in the 
above formula (I). Ri denotes a methyl group, and R2 
and R3 denote a hydrogen atom independently. 
[0026] In still another preferred embodiment, the 
thermoplastic resin (a) has a structural unit derived from 
an aromatic vinyl compound. 

[0027] In still another preferred embodiment, the 
thermoplastic resin (a) is mainly composed of a polyiso- 
prene block containing the structural unit represented 
by the formula (1) arxJ a polystyrene block. 
[0028] In still another preferred embodiment, the 
thermoplastic resin (a) is a ternary block copolymer 
composed of polystyrene block - polyisoprene block 
containing the structural unrt represented by the formula 
(I) • polystyrene block. 

[0029] In still another preferred embodiment, the 
resin connposition of the third embodiment further 
includes a thermoplastic resin other than the thermo- 
plastic resin (a). 

[0030] In still another preferred embodiment, the 
thernxjplastic resin other than the thermoplastic resin 
(a) is a gas barrier resin (b) having an oxygen transmis- 
sion rate of 500 ml • 20 nm/m^ • day • atm or less 
(20°C 65%RH). 

[0031] In still another preferred embodiment, parti- 
cles of the thermoplastic resin (a) contained in the resin 
composition of the third ennbodiment are dispersed in a 
matrix of the gas barrier resin (b). 
[0032] The present invention also provides an oxy- 
gen absorptive thermoplastic resin having a number- 
average molecular weight in the range of 1000 to 
500000, having at least one kind of structural units rep- 
resented by formula (I) 

CH2 — CH — 

I 

R3 

[wherein Ri denotes an alkyI group having 1 to 10 car- 
bon atoms, an aryl group, an alkylaryl group, or an 
alkoxy group; R? and R3 denote independently a hydro- 



gen atom, an alkyI group having 1 to 10 carbon atoms, 
a substituted aryl group or a non-substituted aryf group. 
-COOR4. -OCOR5. a cyano group, or a halogen atom; 
and R4 and R5 denote independently an alkyI group 

5 having 1 to 10 carbon atoms, an aryl group, an alkylaryl 
group, or an alkoxy group], wherein the cartx)n-carbon 
double bonds In said structural unit in the resin (a) is 
contained in an anx)unt of 0,0001 eq/g or more, and 
having an oxygen absorption rate of 0,01 ml/m^ • day or 

70 more. 

[0033] The present invention provides a molded 
article including the oxygen absorptive resin composi- 
tion or the oxygen absorptive thermoplastic resin 
described above. 

^5 [0034] The present invention also provides a multi- 
layered structure having a layer including the oxygen 
absorptive resin composition or the oxygen absorptive 
thermoplastic resin described above. 
[0035] The present invention further provides a 

20 multilayered container having a layer including the oxy- 
gen absorptive resin composition or the oxygen absorp- 
tive thermoplastic resin described above. 
[0036] The present invention further provides a 
multilayered container including a multilayered film hav- 

25 ing a layer made of the oxygen absorptive resin compo- 
sition or the oxygen absorptive thermoplastic resin 
described above, wherein the multilayered film has a 
total thickness of 300 pm or less 
[0037] The present invention further provides a 

30 multilayered container having a layer made of the oxy- 
gen absorptive resin composition or the oxygen absorp- 
tive thermoplastic resin described above, and a layer 
made of thermoplastic polyester. 
[0038] The present invention further provides a cap 

35 equipped with a gasket made of the oxygen absorptive 
resin composition or the oxygen absorptive thermoplas- 
tic resin described above. 

[0039] Thus, the invention described herein makes 
possible the advantages of; (1) providing a composition 

40 having an excellent effect of scavenging or absorbing 
oxygen when used for packaging of produas that are 
highly susceptible to degradation by oxygen, such as 
foods, drinks, medicines, and cosmetics; (2) providing 
an oxygen absorptive resin composition excellent in gas 

45 barrier properties, transparency, moisture-resistance, 
aroma retentivity, and flavor barrier properties, in addi- 
tion to the effect of scavenging or absortMng oxygen; (3) 
providing a resin having the above properties; and (4) 
providing a molded article including the above resin or 

so composition, which is excellent in oxygen absorbance. 
gas terrier properties, and the like 

Figure 1 is a graph plotting the oxygen absorption' 
amount of a single-layer film of Example 1 with 
55 respect to time. 

Figure 2 is a graph plotting the oxygen transmission 
amount of a multilayered film of Example 1 with 
respect to time. 
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Figure 3 is a graph plotting the oxygen absorption 
amount in a pouch nnade of the multilayered film of 
Example 1 over time. 

Figure 4 is a graph plotting the oxygen absorption 
amounts of resin compositions of Examples 2 to 5 5 
and an EVOH resin of Comparative Example 1 with 
respect to time. 

Figure 5 is a graph plotting the oxygen transmission 
amounts of multilayered structures of Examples 2 
to 5 and Comparative Exanple 1 with respect to io 

time- 
Figure 6 IS a graph plotting the oxygen absorption 
amounts of resin conpositions of Examples 6 to 8 
with respect to time. 

75 

[0040] As used herein, "scavenging" oxygen means 
absortung and consuming oxygen from a given environ- 
ment Of reducing the amount of oxygen. 
[00411 *n the present invention, a thermoplastic 
resin (a) having carbon-carbon double bonds is used. 20 
Since the thermoplastic resin (a) has carbon^artoon 
doutjle bonds within rts molecule, the thermoplastic 
resin (a) reacts with oxygen efficiently, thereby exerting 
the oxygen scavenging function (i.e.. oxygen absorption 
function) The cartx>n^rt>on double bonds as used 25 
herein include conjugated double bonds, but do -not 
include murtiple bonds contained in an aromatic ring. 
[0042] The cart)on-cartx)n double bonds are prefer- 
ably contained in the thermoplastic resin (a) in an 
amount of 0 OOd eq/g (equivalents/ 1g resin) or more. 30 
more preferably 0 0005 eq/g or more, even more prefer- 
ably 0.001 eq/g or more, most preferably 0.002 eq/g or 
more. If the content of the cart>on-cartx)n double bonds 
is less than 0 0001 eq/g. the oxygen absorption rate 
may not be sofficientiy elevated, failing to adequately 35 
improve the oxygen scavenging effect of the composi- 
tion of the present invention. 

[0043] The molecular weight of the thernrxpiastic 
resin (a) is preferably in the range of 1000 to 500000. In 
consideration of the rTK)ldability/processability of the 4o 
resin corrpound. the mechanical properties of a molded 
article produced trom the resin compound, and the dis- 
persion of the thermoplastic resin (a) into a thermoplas- 
tic resin other than the thermoplastic resin (a), the 
molecular weight of the thernxsplastic resin (a) is more 45 
preferably n the range of 10000 to 250000. and most 
preferably 40000 to 200000 

[00441 H the molecular weight of the thernrK>plastic 
resin (a) ts less than 1000. the moWability/processability 
and ease of handling of the resin composition may be so 
signrticantJy lowered The mechanical properties such 
as strength and elongation of the resultant molded arti- 
cle may also be lowered In addition, when the thermo- ' ' 
plastic resin (a) is mixed with a thermoplastic resin (e g . 
a gas barrier resm) other than the thermoplastic resin 55 
(a), the dispersion n^y be lowered, resulting in degrad- 
ing the gas barrier and oxygen scavenging perform- 
ances. If the number-average molecular weight exceeds 



500000, also, the moldability/processability of the com- 
position may be lowered. The dispersion may also be 
lowered in the case of a mixture with a thernrxjplastic 
resin other than the thernrKjplastic resin (a), resulting in 
degrading the gas barrier and oxygen scavenging per- 
formance. 

[0045] The carton-carbon double bonds of the ther- 
moplastic resin (a) are generally derived from a diene 
compound although not necessarily limited thereto. 
Examples of diene compounds used for synthesis of the 
thermoplastic resin (a) in the present invention include 
isoprene. butadiene. 2-ethyl butadiene, and 2-butyl 
butadiene. A single component or two components 
simultaneously may be used as the diene conrpound. 
[0046] The cartx)n-carbon double Ixjnds of the ther- 
moplastic resin (a) used in the present invention may 
exist in the main chains or in side chains. Preferably, a 
larger amount of the double t^onds exist in the side 
chains (i.e.. a larger number of groups having carbon- 
carbon double bonds exist in the side chains) because 
this facilitates oxygen absorption. For example, in the 
case of using isoprene or butadiene as the material for 
synthesis of the thermoplastic resin (a), the vinyl bond 
content in the resultant thermoplastic resin (a) is prefer- 
ably 10% or more, more preferably 20% or more, even 
more preferably 30% or more. The vinyl bond content 
refers to the proportion of units containing vinyl bond 
(CH2=CH-) (i.e.. units formed by 1,2-addition polymeri- 
zation of diene compounds) in all diene-derived units in 
a polymer. Double bonds existing after polymerization 
may have been partially reduced with hydrogen. This is 
however acceptable as long as the performance of the 
composition of the present invention is not impaired. 
[0047] In order to secure the vinyl t>ond content of 
10% or more, a Lewis base is preferably used as a co- 
catalyst when the diene compound is polymerized. 
Examples of the Lewis base include: ethers such as 
dimethyl ether, diethyl ether, methylethyl ether, and tet- 
rahydrofuran; glycol ethers such as ethylene glycol die- 
thyl ether, and ethylene glycol dimethyl ether; tertiary 
amines such as N.N,N\N'-tetramethylethylenediamine 
(TMEDA) and triethylenediamine; and ether -containing 
amines such as N-methyl morpholine and N-ethyl mor- 
pholine. Such a Lewis base is used in an anx)unt of 0.1 
to 400 parts by weight with respect to 100 parts by 
weight of an initiator used in the preparation of the ther- 
moplastic resin (a), the initiator being described later 
[0048] As the solvent for the polymerization, an 
inactive organic solvent is used. Especially suitable are 
hydrocartwns having 6 to 12 cart>on atoms, such as 
hexane. heptane, octane, decane. and cyclic analogs 
thereof Aromatic solvents such as toluene, benzene. 
' and xylene are also suitable The polymerization is nor- 
mally carried out at a temperature in the range of -20 to 
80°C for a period of time in the range of 1 to 50 hours. 
[0049] The thus-prepared thermoplastic resin (a) is 
easily oxidized since it contains a number of double 
bonds in the side chains, exhibiting excellent oxygen 
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absorption performance. 

[0050] Suitable thermoplastic resin (a) include res- 
ins of which the number-average molecular weight is in 
the range of 1000 to 500000, having at least one kind of 
units represented by formula (i): 



CHz — CH — 

f 

I 

R3 

wherein denotes an alkyi group having 1 to 10 car- 
bon atoms, an aryi group, an alkylaryl group, or an 
alkoxy group; R2 and R3 denole independently a hydro- 
gen atom, an alkyI group having 1 to 10 carbon atoms, 
a substituted aryi group or a non -substituted aryl group. 
-COOR4, -OCOR5, a cyano group, or a halogen atom; 
and R4 and R5 denote independently an alkyI group 
having 1 to 10 carton atoms, an aryl group, an alkylaryi 
group, or an alkoxy group. The number of cartxjn atoms 
of the aryl group is preferably 6 to 10. The number of 
carton atoms of the alkylaryl group is preferably 7 to 1 1 . 
The nunnber of carton atoms of the alkoxy group is pref- 
erably 1 to 10. 

[0051] Examples of the alkyi group in formula (I) 
above include a methyl group, an ethyl group, a propyl 
group, and a butyl group. An exannple of the aryl group 
includes a phenyl group. An example of the alkylaryl 
group includes a benzyl group. Examples of the alkoxy 
group include a methoxy group and an ethoxy group. An 
example of the halogen atom includes a chlorine atom. 
[0052] The thermoplastic resin (a) is easily oxidized 
when the formula (I) thereof has an alkyI group having 1 
to 3 cartxxi atoms as Ri (especially, when it has a struc- 
tural unit obtained by polymerizing isoprene, 2-ethylb- 
utadiene. and 2-butyIbutadiene), which Is therefore 
suitable as the oxygen absorptive resin. Among these, 
when the thernroplastic resin (a) has a structural unit 
represented by formula (1) obtained by polymerizing iso- 
prene (that is. when R^ is a methyl group, and R2 and 
R3 are hydrogen atoms respectively in formula (I)), the 
thermoplastic resin (a) is especially easily oxidized 
because doutDle bonds (vinyl bonds) in the structural 
unit effectively react with oxygen, providing excellent 
oxygen absorbency. Isoprene is also suitable in the 
aspect of the cost for the synthesis of the thermoplastic 
resin (a) sirce it is easily available ar>d easily polymer- 
ized with other nronomers. * 

[0053] The thermoplastic resin (a) used in the 
present invention is preferably a copolymer of an aro- 
matic vinyl compound and a diene compound. In such a 
copolymer, double bonds derived from the diene com- 
pound easily react with oxygen, thereby improving the 



oxygen barrier properties and the oxygen scavenging 
effect. In addition, by adjusting the copolymerization 
ratio of the aromatic vinyl compound to the diene com- 
pound, the moldability/processability of the resultant 

5 thermoplastic resin (a) improves and the hardness 
thereof can be changed. Predetermining the copolym- 
erization ratio of the aromatic vinyl compound to the 
diene compound also makes it possible to change the 
refractive index of the resultant thermoplastic resin (a). 

10 Therefore. In the case where the composition of the 
present invention includes a gas barrier resin (b) as will 
be described later, it is possible to choose the gas bar- 
rier resin (b) in which the refractive index is similar to 
that of the thermoplastic resin (a). The resultant product 

;5 has excellent transparency In this way. the composition 
of the present invention can be adjusted to have proper- 
ties suitable for various packing materials. 
[0054] Examples of the aromatic vinyl compound 
suitable for the synthesis of the thermoplastic resin (a) 

20 used in the present invention include styrene, 1 -vinyl- 
naphthalene, 2-vinylnaphthalene, 3-vinylnaphthalene, 

3- methylstyrene. 4-propylstyrene, 4-cyclohexyt styrene. 

4- dodecylstyrene. 2-ethyl-4-benzylstyrene, and 4-(phe- 
nylbutyl)styrene. Among these, styrene is most suitable 

25 in consideration of the cost and the ease of polymeriza- 
tion. 

[0055] When the thermoplastic resin (a) is a copol- 
ymer of an aromatic vinyl compound and a diene com- 
pound, the copolymer is not specifically defined, but 

30 may be a random copolymer, a block copolymer, a graft 
copolymer, or a composite thereof. A block copolymer is 
preferable in consideration to the production properties, 
and the mechanical properties, the ease of handling, 
and the oxygen absorption rate of the thermoplastic 

35 resin (a). 

[0O56] When the thermoplastic resin (a) is a block 
copolymer, the preparation method is not specifically 
defined, but preferably anion polymerization is 
employed. When this polymerization process is 

40 employed, the number-average molecular weight of the 
aromatic vinyl compound block Is preferably In the range 
of 300 to 100000, more preferably 1000 to 50000, even 
nrore preferably 3000 to 50000. If the molecular weight 
of the aromatic vinyl compound block is less than 300, 

45 the melt viscosity of the thermoplastic resin (a) is low, 
which n^y lower the moldability/processability and han- 
dling of the resultant resin composition. The resultant 
nxjided artide tends to be inadequate in its mechanical 
properties such as strength and elongation. In the case 

50 where the thermoplastic resin (a) is dispersed into 
another resin such as the gas barrier resin (b) as will be 
described later, the dispersion is restricted, which may 
degrade the oxygen scavenging performance If the 
molecular weight of the aromatic vinyl compound block 

55 exceeds 100000. the melt viscosity of the thermoplastic 
resin (a) is high, impairing the thermoplasttcity This low- 
ers the moldability/processability of the resultant resin 
composition. The dispersion also lowers as described 
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above, which tends to degrade the oxygen scavenging 
performance. 

[0057] The block form of the block copolymer is rep- 
resented by A(BA)n, (AB)n wherein A denotes the block 
composed of an aromatic vinyl compound. B denotes 
the block composed of a diene compound, and n 
denotes an integer equal to or more than 1 . 
[0058] The thermoplastic resin (a) used in the 
present invention is preferably a binary block copolymer 
or a ternary block copolymer A ternary block copolymer 
is more preferable. In view of cost and ease of polymer- 
ization, rt is preferred that the aromatic vinyl compound 
t>lock is a polystyrene block and the diene compound 
block Is a polyisoprene block. Especially, the thermo- 
plastic resin (a) is preferably a binary block copolymer 
composed of a polyisoprene block including a Uock 
shown by formula (1) and a polystyrene block, in consid- 
eration of the ease of polymerization in the production 
process, the ease of handling, the oxygen absorption 
rate, and the cost. More preferably, the thermoplastic 
resin (a) is a ternary block copolymer conrposed of a 
FX>lystyrene block - a polyisoprene block including a 
block shown by formula (I) - a polystyrene block, in con- 
sideration of the improved mechanical properties in 
addition to the ease of polymerization in the production 
process, the ease of handling, the oxygen absorption 
rate, and the cost 

[0059] In the thernx>plastic resin (a) in the present 
invention, the tan 6 primary dispersion peak tempera- 
ture of the diene compound derived block is preferably 
in the range of -40 to 60°C- If it is less than -4a'C, the 
oxygen absorption rate tends to be low. reducing the 
oxygen scavenging performance. If it exceeds 60**C. the 
oxygen absorption rate at low temperature tends to be 
reduced, lowering the oxygen scavenging performance. 
In consideration of the oxygen scavenging performance, 
the tan 6 primary dispersion peak temperature of the 
diene conrpound derived trfock is more preferably in the 
range of -20 to 40"C. even more preferably -10 to 30"C. 
[0060] The block copolymer of an aromatic vinyl 
conpound and a diene compound is obtained by vari- 
ous methods. Typical examples of such methods 
include, but are not limited to, a method in which an aro- 
matic vinyl compound and a diene compound are 
polymerized using an alkyllithium compound as an initi- 
ator and coupled with a coupling agent, and a method in 
which a diene conpound and an aromatic vinyl com- 
pound are sequentially polymerized using a dilithium 
compound as an initiator. Exanples of the alkyllithium 
conpound indude alkyi compounds of which the alkyi 
residue has 1 to 10 caft)on atoms Especally preferred 
are methyllithium. ethyllithium. benzyllithium. and butyl- 
littnum; " ' 

[0061] As the coupling agent, dichloromethane. 
dibronrxxnethane. dichloroethane. dibromoethane. and 
the like are used. Examples of the dilithium compound 
include naphthaienedilithium. oligostyldilithium, and 
dilithiohexylbenzene. Such an initiator and coupling 



agent are used in amounts of 0.01 to 0.2 parts by weight 
and 0.04 to 0.8 parts by weight, respectively, with 
respect to 1 00 parts by weight of all monomers used for 
the polymerization. 

5 [0062] A reaction mixture of the polymerization is 
added to a poor solvent such as methanol, a sediment 
formed is obtained, and dried by heating or dried under 
reduced pressure, to obtain a block copolymer. Alterna- 
tively, the reaction mixture is added dropwise into boil- 

w ing water and. after removing a solvent by azeotropy. 
dried by heating or dried under reduced pressure, to 
obtain a block copolymer. 

[0063] The thermoplastic resin (a) may be com- 
posed of a single resin or a mixture of a plurality of res- 

75 ins. When the thermoplastic resin (a) is a mixture of 
resins, in order to obtain a molded article with good 
transparency, a 20 nm thick f ilm, for example, preferably 
has an internal haze value of 10% or less. 
[0064] The thermoplastic resin (a) is susceptible to 

20 oxidation due to its structural nature. To prevent the 
thermoplastic resin (a) from being oxidized during stor- 
age, for example, addition of an antioxidant beforeharxj 
is recommended. 

[0065] Examples of the antioxidant include 2,5-di-t- 
25 butylhydroquinone. 2,6-di-t-butyI-p-cresol, 4,4'-thiobis 
(6-t-butylphenol). 2.2'-methylene-bis(4-methyl-6-t-butyl- 
phenol). octadecyl-3-(3\5'-di-t-buty!-4--hydroxyphe- 
nyOpropionate. 4.4'-thiobis (6-t-t>utylphenol), 2-tert- 
butyI-6-(3-tert-butyl-2-hydroxy-5-methylbenzyl)-4-meth- 
30 ylphenylacrylate. pentaerythritoltetrakis(3-laurylthiopro- 
pionate). 2.6'di-(t-butyI)-4-methyIphenol (BHT). 2,2'- 
methylenebis(6-t-butyl-p-aesol). triphenyl phosphite. 
tris-(nonylphenyl) phosphite, and dilauryl thiodipropion- 
ate, 

35 [0066] An optima! amount of the antioxidant to be 
added is determined considering the kinds and propor- 
tions of conponents of the composition, the use. the 
storage conditions, and the like. In general, if a large 
amount of antioxidant is added, reaction of the thermo- 

40 plastic resin (a) with oxygen that is transmitted in the 
resin composition including the thernx>plastic resin (a) 
is blocked. This may prevent the compound of the 
present invention from satisfactorily exerting its oxygen 
barrier properties and oxygen scavenging function. On 

45 the contrary, if no antioxidant or an excessively small 
amount of antioxidant is contained, the thermoplastic 
resin (a) reacts with oxygen during storage or melt 
Fjrocessing, resulting in that the oxygen absorption per- 
formance has been lowered when it is actually put to 

$0 use. 

[0067] In the case where the thermoplastic resin (a) 
is stored under an inactive gas atmosphere, or the resin 
conposition is prepared by melt trending at a conpara- 
tively low temperature or in a nitrogen-sealed state, a 
55 small amount of antioxidant may be used. 

[0068] In the case where an oxidation catalyst com- 
posed of a transition metal salt (c) is added during melt 
blending for facilitating oxidation, the resultant resin 
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composition has good oxygen absorption performance 
even if the thermoplastic resin (a) contains a certain 
amount of antioxidant. The content of the antioxidant in 
such a case is preferably in the range of 0.01 to 1% by 
weight, more preferably 0,02 to 0.5% by weight. The 5 
antioxidant may be added to the thermoplastic resin (a) 
beforehand as described above, or may be added when 
components of the oxygen absorptive resin composition 
are Wended, together with other additives as will be 
described later. 10 
[0069] The gas barrier resin (b) included in the oxy- 
gen absorptive resm composition of the present inven- 
tion preferably has a oxygen transmission rate of 500 ml 

* 20 firrvnr • day • atm or less as measured at a tem- 
perature of 20**C and a relative humidity of 65%. This is 
value indicates that ttie oxygen transmission rate is 500 
ml/m^ • day • atm or less when the gas barrier resin (b) 

is a film having a thickness of 20 ^m. If the oxygen 
transmission rate exceeds 500 ml '20 nm/m^ -day 

• atm. the gas bamef performance is not sufficient. The 20 
oxygen transmsson rate of the gas barrier resin (b) is 
preferably lower to obtain good gas barrier perform- 
ance. It IS preferably 100 ml -20 ^tn/rvr -day -atm or 
less, more preferably 20 ml • 20 ^m/m^ • day • atm or 
less, even nx>re preferably 5 ml •20|inn/m^ -day •atm 25 
or less. 

[0070] By Wending such a gas barrier resin (b) with 
the thermoplastic resin (a) having carbon-carbon dou- 
ble bonds, the oxygen absorption effect of the resin (a) 
is added to the gas bamer effect of the resin (b). result- 30 
ing in a res*n conrposrtion having exceptionally high gas 
barrier properties. 

[0071] The refractive index of the gas barrier resin 
(b) used in the present invention is preferably in the 
range of 1 .50 to 1 .56. If rt fails to be within this range, the 35 
difference in the refractive index between the thermo- 
plastic resin (a) and the gas barrier resin (b) is large, 
lowering the transparency of the resultant resin or resin 
composition. In general, the refractive index of the ther- 
nnoplastic resin (a) having cartjon-cartDon dout>le bonds 40 
tends to fall within the above range. It is therefore easy 
to reduce the difference in the refractive index between 
the resins (a) and (b). allowing for preparation of a resin 
composition having good transparency The refractive 
index of the gas barrier resn (b) ts more preferably 1.51 45 
or rrxxe. even more preferably 1.52 or more in the 
above-mentioned range It is also nx>re preferably 1.55 
or less, even more preferably 1 .54 or less in the above- 
mentioned range 

[0072] The kind of the gas barrier resin (b) is not so 
speafically defined Examples of such a gas barrier 
resin (b) that satisfies the conditions of the oxygen 
transmission rate of 500 ml • 20 I'l nVm^ • day • atm or 
less and the refractive index in the range of 1.50 to 1.56 
include, but are not limited to. EVOH. polyamides. poly- 55 
vinyl chloride, and polyacrylonitrile. 
[0073] Examples of the gas barrier resin (b) used in 
the present invention include polyvinyl alcohol resins 



(b1). polyamides (b2). polyvinyl chloride (bS). and poly- 
acrylonitrile (b4). 

[0074] The polyvinyl alcohol resin (b1) is obtained 
by saponifying a vinyl ester homopolymer or a copoly- 
mer of vinyl ester and another monomer (especially, a 
copolymer of vinyl ester and ethylene) using an alkaline 
catalyst or the like. 

[0075] As the vinyl ester, a typical compound is 
vinyl acetate. Other fatty vinyl esters (e.g., vinyl propion- 
ate and vinyl pivalate) can also be used. 
[0076] The degree of saponification of the vinyl 
ester component of the polyvinyl alcohol resin is prefer- 
ably 90% or more, more preferably 95% or more, even 
more preferably 97% or more. It the degree of saponifi- 
cation is less than 90%, the gas barrier properties under 
high humidity may be lowered. Further, when an ethyl- 
ene-vinyl alcohol copolymer (EVOH) is used, the ther- 
mal stability lowers, and the resultant nriolded article 
tends to have gelled aggregates and fisheyes. 
[0077] When the polyvinyl alcohol resin is a t^lend of 
at least two kinds of polyvinyl alcohol resins having dif- 
ferent degrees of saponification, the average calculated 
is based on the blend weight ratio and is determined as 
the degree of saponification of the blend. The degree of 
saponification of the polyvinyl alcohol resin can be 
measured by nuclear magnetic resonance (NMR). 
[0078] Among the polyvinyl alcohol resins (b1) as 
the gas barrier resin used in the present invention. 
EVOH is preferable in consideration of its adaptability to 
melt molding and good gas barrier properties under 
high humidity. 

[0079] The ethylene content of EVOH is preferably 
in the range of 5 to 60 mol%. If the ethylene content is 
less than 5 mot%. the gas barrier properties under high 
humidity lower and the melt moldability may occasion- 
ally worsen. The ethylene content of EVOH is preferably 
10 mot% or more, more preferably 15 mol% or more, 
most preferably 20 moPA or more. If the ethylene con- 
tent exceeds 60 nrol%, sufficiently good gas barrier 
properties may not be easily obtained. The ethylene 
content is preferably 55 mot% or less, more preferably 
50 mol% or less. The ethylene content of EVOH can be 
measured by NMR. 

[0080] A suitably used EVOH has an ethylene con- 
tent in the range of 5 to 50 mof% and a degree of sapon- 
ification of 90% or more. 

[0081] When EVOH is a blend of at least two kinds 
of EVOH having different ethylene contents or degrees 
of saponification, the average calculated based on the 
blend weight ratio is determined as the ethylene content 
or the degree of saponification of the blend 
[0082] In the case of the Wend of two kinds of 
EVOH, rt is preferable that the difference in the ethylene 
content between the two kinds of EVOH is 15 mol% or 
less and that the difference in the degree of saponifica- 
tion is 1 0% or less. If these conditions fail to be satisfied, 
the transparency of the resultant resin composition layer 
is inadequate. In order to obtain good transparency, the 
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difference in the ethylene content is preferably 10 nrx5l% 
or less, more preferably 5 mol% or less, and the differ- 
ence in the degree of saponification is preferably 7% or 
less, more preferably 5% or less. 
[0083] A small amount of another monomer may be 
contained in the polyvinyl alcohol resin (b1). especially 
in EVOH, as a copolymer component within the range 
not interfering with the purposes of the present inven- 
tion. Examples of the monomer that may be a copoly- 
mer component include: a -olefins such as propylene, 
1 -txjtene. isobutene, 4-methyl-1 -pentene, 1 -hexene, 
and 1-octene; unsaturated carboxylic acids such as ita- 
conic acid, methacrylic acid, acrylic acid, and maleic 
anhydride, and salts, partial or complete esters, nitriles. 
amides, and anhydrides thereof; vinylsilane compounds 
such as vinyltrimethoxysilane; unsaturated sulfonic 
acids and their salts; alkylthiols; and vinylpyrrolidones. 
[0084] Among the above, when a vinylsilane com- 
pound is contained in EVOH as a copolymer conponent 
in an amount of 0.0002 to 0.2 mol%, the consistency of 
the melt viscosity with the basic resin during coextrusion 
molding or coinjection molding is inproved. allowing for 
production of a uniformly molded article. Examples of 
the vinylsilane compound include vinyltrimethoxysilane. 
vinyltriethoxysilane. vinyltri (n-methoxyethoxy)silane. 7- 
methacryloxypropyltrimethoxysilane. Among these, 
vinyltrimethoxysilane and vinyltriethoxysilane are pref- 
erat)le. 

[0085] EVOH containing a boron compound is also 
effective in improving the melt viscosity of EVOH allow- 
ing for production of a uniform coextrusion or coinjection 
molded article. Examples of the boron compound 
inclLxle tx>ric aads. boric acid esters, borates, and 
txjron hydrides. Specifically, the boric acids include 
boric acid, orthoboric acid, metaboric acid, and 
tetraboic add. The boric acid esters include triethyl 
txjrate and trimethyl borate. The borates include alkali 
metal salts, alkaline-earth metal salts of the boric acids, 
tx)rax. and the like. AnrKDng these compounds, boric 
acid, orthoboric acid, and NaBH4 are preferable. 
[0086] The content of the boron compound, if con- 
tained, is preferably in the range of 20 to 2000 ppm. 
desirably 50 to 1000 ppm. in terms of the boron ele- 
ment. With the addition of boron within this range, 
torque variation in EVOH during melting by heating is 
suppressed. II the boron content is less than 20 ppm. 
this eHect is minimal. If it exceeds 2000 ppm, gelation 
tends to occur resulbng in poor moldability 
[0087] It is also effective in improving the sand- 
wiched layer adhesion and connpatibility to add an alkali 
metal salt to EVOH in an amount of 5 to 5000 ppm in 
terms of the alkali metal element 
[0088] The added amount of the alkali metal salt is 
more preferably in the range of 20 to 1000 ppm. even 
more preferably 30 to 500 ppm. in terms of the alkali 
metal element. Alkali metal in the alkali metal salt 
includes lithium, sodium, potassium, and the like. 
Examples of the alkali metal salt include aliphatic car- 



boxylates, aromatic cartoxylates, phosphates, and 
metal complexes of monovalent metals. Specifically, 
they include sodium acetate, potassium acetate, 
sodium phosphate, lithium phosphate, sodium stearate, 
5 potassium stearate, sodium salt of ethyienediamine- 
tetraacetic acid, and the like. Among these, sodium ace- 
tate, potassium acetate, and sodium phosphate are 
most preferable. 

[0089] It is also preferable to add a phosphorus 
10 compound to EVOH in an amount of 2 to 200 ppm. more 
preferably 3 to 150 ppm, most preferafc>ly 5 to 100 ppm, 
in terms of the phosphorous element If the concentra- 
tion of phosphorus in EVOH is less than 2 ppm or 
exceeds 200 ppm. the melt moldability and thermal sta- 
rs bility of the resultant composition may be lowered. In 
particular, problems such as generation of gelled aggre- 
gates and coloring during long-duration melt molding 
tend to occur. 

[0090] The kind of the phosphorus compound 
20 added to EVOH is not specifically defined, but various 
kinds of acids such as phosphoric acid and phospho- 
rous acid and salts thereof may t>e used. Phosphates 
may be in the form of primary phosphates, secortdary 
phosphates, or tertiary phosphates. The cationic spe- 
25 des of the phosphates is not specifically defined, but 
the phosphates are preferably alkali metal salts and 
alkaline-earth metal salts. Among these, it is preferable 
to add the phosphorus compound in the form of sodium 
dihydrogenphosphate. potassium dihydrogenphos- 
30 phate. disodium hydrogenphosphate. or dipotassium 
hydrogenphosphate. 

[0091] It is also possible to add to EVOH before- 
hand a thermal stabilizer, an ultraviolet absorber, an 
antioxidant, a coloring agent, a filler, and other resins (e. 
35 g.. polyamides and polyolefins) as required. EVOHs 
containing a boron compound, an alkali metal salt, a 
phosphorus compound, and the like are commercially 
available. 

[0092] The melt flow rate (MFR) of EVOH used in 
40 the present invention (210"C. 2160 g load; according to 
JIS K7210) is in the range of 0. 1 to 100 g/10 min, more 
preleratjiy 0. 5 to 50 g/10 min. and even more preferably 
1 to 30 g/10 min. 

[0093] The kind of the polyamide resin (b2) as the 
45 gas barrier resin (b) is not specifically defined. Exam- 
ples of the polyamkie resin (b2) include: aliphatic polya- 
mides which are homopolymers such as 
polycaproamide (Nylon-6). pdyundecanamide (Nylon- 
11). polylaurolactam {Nylon-12). polyhexamethylenead- 
50 ipamide {Nylon-6.6). and polyhexamethylenesebaca- 
mide (Nylon-6.12); aliphatic polyamides which are 
copolymers such as a caprolactanVlaurolactam copoly- 
mer (Nylon-6/12). a caprolactam/aminoundecanoic acid 
copolymer (Nylon-6/11). a caprolactam/ o>-aminonona- 
55 noic acid copolymer (Nylon-6/9). a caprolactam/hexam- 
ethylene adipamide copolymer (Nylon-6/6.6). and a 
caprolactanVhexamethylene adipamide/hexamethyt- 
ene sebacamide copolymer (Nylon-6/6. 6/6, 12); and 
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aromatic polyamides such as polymetaxylylene adipa- 
mide (MX-Nylon). and a hexamethylene terephthala- 
mide/hexamethylene isophthalamide copolymer (Nylon- 
6T/6I). These polyamide resins can be used independ- 
ently or in combinations of two kinds or more. 
[0094] Among the above polyamide resins, polyc- 
aproamide {Ny!on-6) and polyhexa methyl en eadipam id e 
(Nylon-6,6) are preferable. 

[0095] Examples of the polyvinyl chloride resin (b3) 
used in the present invention include homopolymers of 
vinyi chloride or vinytidene chloride, as well as copoly- 
mers thereof with vinyl acetate, a maleic acid derivative, 
a higher alkyi vinyl ether, and the like. 
[0096] Examples of the polyacrylonitrile resin (b4) 
used in the present invention include homopolymers of 
acrylonitriie. as well as copolymers thereof with acrylic 
acid ester and the like. 

[0097] It is possible to add to the gas barrier resin 
(b) beforehand a thermal stabilizer, an ultraviolet 
absorber, an antioxidant, a coloring agent, a filler, a 
ptasticizer. and other resins (e.g., polyolefin) as required 
within the range not interfering with the objectives of the 
present invention. 

[0098] The resin conrposition of the present Inven- 
tion preferably includes the transition metal salt (c). The 
transition metal salt (c) is preferably included in an 
amount of 1 to 10000 ppm, more preferably 5 to 5000 
ppm. most preferal>ly 10 to 2000 ppm. in terms of the 
metal element. By the existence of the transition metal 
salt (c). the oxidation of the thermoplastic resin (a) is 
facilitated. For exanrple. the thermoplastic resin (a) 
reacts more effectively with oxygen existing inside a 
packaging material made of the conposition of the 
present invention and oxygen that is transmitted in the 
packaging material. As a result, the oxygen barrier 
properties and the oxygen scavenging function of the 
resin composition of the present invention improve. If 
the content of the transition metal salt (c) exceeds 
10000 ppm in terms of the metal element, the thernrial 
stability of the resin composition lowers, exhibiting sig- 
nificant generation of a decomposed gas as well as 
gelled aggregates. In view of this, the content of the 
transition metal salt (c) is preferably in the range defined 
above. In the case where the conposition of the present 
invention includes a thermoplastic resin other than the 
thernxjplastic resin (a), the transition metal salt (c) is 
preferably included in an amount of 1 to 5000 ppm, 
nx>re preferably 5 to 1000 ppm. even more preferat>ly 10 
to 500 ppm. 

[0099] The metal for such a transition metal salt (c) 
is preferably selected from the first, second, and third 
transition elements of the periodic table. Examples of 
suitable metals irx:lude. but are not limited to. manga- 
nese, iron, cobalt, nickel, copper, rhodium, titanium, 
chromium, vanadium, and ruthenium. Among these 
metals, iron, nickel, copper, manganese, and cobalt are 
preferable, with manganese and cobalt being more pref- 
erable, and cobalt being even more preferable. 



[01 00] Exanples of counter ions of the metal for the 
transition metal salt (c) include, but are not limited to 
anions derived from organic acids arKl chlorides. The 
organic acids include; acetic add, stearic acid, dimeth- 

5 yidithiocarbamic add, palmitic add, 2-ethylhexanoic 
acid, neodecanoic acid, linoleic acid, tollic add, oleic 
add, resin acid, capric acid, and naphthenic add. Espe- 
dally preferred salts are cobalt 2-ethylhexanate, cobalt 
neodecanoate, and cobalt stearate. The metal salt may 

70 be a so-called lonomer having a polymeric counter ion. 
[0101] The composition of the present invention 
may indude a thermoplastic resin (d) other than the 
thermoplastic resin (a) and the gas barrier resin (b) 
within the range not interfering with the effects of the 

15 present invention. Examples of the thermoplastic resin 
(d) include, but are not limited to: ethylene homopoly- 
mers artd ethylene copolymers (copolymers of ethylene 
with monomers Including: a-olefins such as propylene, 
1 -butene. isobutene, 4-methyl-1 -pentene, 1 -hexene. 

20 and 1 -octene; unsaturated carboxylic acids such as rta- 
conic acid, methacrylic acid, acrylic acid, ard maleic 
anhydride, and salts, partial or complete esters, nitriles, 
amides, and anhydrides thereof; vinyl carboxyiates 
such as vinyl formate, vinyl acetate, vinyl propionate, 

25 vinyl butylate. vinyl octanoate, vinyfdodecanoate. vinyl 
stearate, and vinyl arachidonate; vinylsilane com- 
pounds such as vinyltrimethoxysilane: unsaturated sul- 
fonic acids and salts thereof; alkylthiols; and vinyl 
pyrrolidones); propylene homopolymers and propylene 

30 copolymers (copolymers of propylene with monomers 
including: a-olefins such as ethylene. 1-butene, Iso- 
butene, 4-methy-1 -pentene. 1 -hexene, and 1 -octene; 
unsaturated carboxylic acids such as itaconic add, 
methacrylic acid, acrylic acid, and maleic anhydride, 

35 and salts, partial or complete esters, nitriles. amides, 
and anhydrides thereof: vinylcarboxytates such as vinyl 
formate, vinyl acetate, vinyl propionate, vinyl butylate. 
vinyl octanoate. vinyl dodecanoate. vinyl stearate. and 
vinyl arachidonate; vinylsilane compounds such as 

40 vinyltrimethoxysilane; unsaturated sulfonic acids and 
salts thereof; alkylthiols; and vinylpyrrolidones); polyole- 
fins such as poly-4-methylpentene-1 and polybutene-1 ; 
polyesters such as polyethylene terephthalate. poly- 
butylene terephthalate, and polyethylene naphthalate; 

45 and polystyrene, polycartx>nate. and polyacryiate. The 
thernrioplastic resin (d) is selected depending on the 
structure and use of the nnolded artide to be produced. 
Selection factors for this choice are known tor respec- 
tive structures and uses of the nr>olded articles. 

50 (01 02] In the preparation of the composition includ- 
ing the thermoplastic resin (a), the gas barrier resin (b). 
and/or the thermoplastic resin (d). the misdblity among 
the resins (a) and (b) and/or (d) are preferably taken into 
account. Such misdbility may affect the transparency. 

55 clarity, effectiveness as an oxygen scavenger, barrier 
properties, mechanical properties, texture of the prod- 
uct, and the like. 

[0103] An oxygen absorptive resin conposition of 
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the first embcdiment of the present invention includes 
the thermoplastic resin (a), the gas barrier resin (b), and 
the transition metal salt (c). 

[0104] An oxygen absorptive resin composition of 
the second embodiment of the present invention s 
includes the thermoplastic resin (a) and the gas barrier 
resin (b). and is characterized in that the oxygen 
absorption rate is 0.01 ml/m^ •day or more. 
[0105] An oxygen absorptive resin composition of 
the third embodiment of the present invention includes io 
the thermoplastic resin (a) and the transition salt (c). 
[0106] The fourth embodiment of the present inven- 
tion is an oxygen absorptive thermoplastic resin that 
includes a structural unit represented by formula (I) 
above, contains carbon-cart>on doutjie bonds in formula is 
(1) at a predetermined proportion, and has an oxygen 
absorption rate of 0.01 ml/m^ -day or more. 
[0107] The contents of the components of the 
above compositions are not specifically defined. How- 
ever, when it is intended to obtain compositions having 20 
excellent gas barrier properties as in the first and sec- 
ond embodiments, in general, the oxygen absorptive 
resin connposition of the present invention preferably 
includes the thermoplastic resin (a) in an anrount of 1 to 
30% by w/eight and the gas barrier resin (b) in an 25 
amount of 99.9 to 70% by weight The transition metal 
salt (c) is added, if added, in an amount of 1 to 10000 
ppm. preferably 1 to 5000 ppm. 
[0108] If the content of the gas barrier resin (b) is 
less than 70% by weight, a molded article such as a 30 
multilayered container made of the resin composition 
may be poor in transparency arxJ gas barrier properties 
against oxygen or cartx)n dioxide. If the content of the 
gas barrier resin (b) exceeds 99.9% by weight, the con- 
tent of the thernx^plastic resin (a) is so small that the 35 
oxygen absorption rate tends to decrease lowering the 
gas barrier properties and the oxygen scavenging per- 
formance. The content of the thermoplastic resin (a) in 
the resin composition is more preferatrfy in the range of 
1 to 20% by weight, even more preferat>iy 2 to 15% by 40 
weight. The content of the gas barrier resin (b) is more 
preferably in the range of 80 to 99% by weight, even 
more preferably 85 to 98% by weight. 
[0109] When importance is placed on the oxygen 
atjsorpbon rate, rather than the gas barrier properties, 45 
as in the third and fourth emtx)diment of the present 
invention, the gas barrier resin (b) may not be con- 
tained. 

[0110] In the resin compositions of the present 
invention that contain a certain resin other than the ther- so 
mopiastic resm (a), such as the gas barrier resin (b). it 
is recommerded that partides of the thermoplastic 
resin (a) are dispersed in a matrix made of the certain 
resin {e.g.. the gas barrier resin (b) and/or the thermo- 
plastic resin (d)) with various additives to be described 55 
later added thereto as required. For example, when the 
oxygen absorptive resin composition of the present 
invention is essentially composed of the thermoplastic 



resin (a) and the gas barrier resin (b). it is recom- 
mended that particles of the thermoplastic resin (a) are 
dispersed in a matrix of the gas barrier resin (b). Result- 
ant molded articles made of the composition of this form 
can maintain the oxygen scavenging performance and 
the gas barrier properties. This form is thus preferatrfe In 
that the function of the resin other than the thermoplas- 
tic resin (a), such as the gas barher resin (b), is exhib- 
ited. This also exhibits good transparency. The size of 
the dispersed particles of the thermoplastic resin (a) is 
preferat>ly 10 ^im or less. If the particle size exceeds 10 
^m, the area of the interfaces between the thermoplas- 
tic resin (a) and the resin other than the thermoplastic 
resin (a) decreases, which may lower the oxygen gas 
barrier properties as well as the oxygen scavenging per- 
formance. In consideration of the oxygen scavenging 
performance, gas barrier properties, and transparency 
of the resultant molded articles such as a multilayered 
container made of the resin composition, the mean size 
of dispersed partides of the thermoplastic resin (a) is 
more preferably 5 jin^ ^^^s. even more preferably 2 
pm or less. 

[Dili] In the composition of the present invention 
that contains a thermoplastic resin other than the ther- 
moplastic resin (a), such as the gas barrier resin (b). the 
resultant molded article made of the connposition has 
good transparency when the difference in the refractive 
index between the thermoplastic resin (a) and the resin 
other than the thermoplastic resin (a) is 0.01 or less. If 
the difference in refractive index exceeds 0.01. the 
resultant molded article tends to be somewhat less 
transparent. In order to obtain good transparency, the 
difference in refractive index is preferably 0.007 or less, 
more preferably 0.005 or less. Examples of the gas bar- 
rier resin (b) having a refractive index that is different 
from that of the thermoplastic resin (a) by 0.01 or less 
include, but are not limited to. vinyl alcohol resins such 
as polyvinyl alcohol and poly(ethytene vinyl alcohol), 
polyamides. polyvinyl chloride, and polyacrylonitrile. 
[0112] The resin composition of the present inven- 
tion contains various additives as required. Examples of 
such additives include an antioxidant, a plastiazer. a 
thermal stabilizer (melt stabilizer), a photoinitiator. a 
deodorant, an ultraviolet absorber, an antistatic agent, a 
lubricant, a coloring agent, a filler, a desiccant. a pig- 
ment, a dye, a processing aid. a flame retardant. a 
defogging agent, and other polymer compounds. These 
additives can be added within the range not interfering 
with the functions and effects of the present invention. 
[0113] As the thermal stabilizer (melt stabilizer), for 
example, one kind or at least two kinds selected from 
hydrotalcite compounds and metal salts of higher 
aliphatic cartxjxylic acids (e g . calcium stearate and 
magnesium stearate) are used Such compounds are 
preferat>ly added in an amount of 0.01 to 1% by weight 
of the entire resin composition. 

[0114] The hydrotalcite compounds, when included 
in the resin composition of the present invention, pro- 
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vide an effect of preventing gelled aggregates and 
fisheyes from generating with time in a layer of the resin 
composition, thereby further improving the long-term 
operational stability. 

[01 1 5] The metal salts of higher aliphatic carboxylic 5 
acids, when included in the resin connposition of the 
present invention, provide an effect of preventing gelled 
aggregates and fisheyes from generating with time, 
thereby further improving the long-term operational sta- 
bility. ^0 
[01 1 6] The metal salts of higher aliphatic carboxylic 
acids mean metal salts of higher fatty acids having 8 to 
22 carbon atoms. Examples of higher fatty acids having 
8 to 22 cartjon atoms include lauric acid, stearic acid, 
and myristic acid. Examples of the metals of the metal is 
salts include sodium, potassium, magnesium, calcium, 
zinc, barium, and aluminum. Among these, alkaline- 
earth metals such as magnesium, calcium, and barium 
are preferred. 

[0117] The photoinitiator is used for initiating or 20 
facilitating oxygen scavenging in a layered structure, a 
packaging film, and the like made of the resin composi- 
tion. 

[0118] When the oxygen absorption composition 
contains an antioxidant, the composition Is recom- 25 
mended to also contain one kind or at least two kinds of 
photoinitiators. By irradiating the composition contain- 
ing a photoinitiator with light at a specf ied time, the initi- 
ation of reaction of the thermoplastic resin (a) with 
oxygen is facilitated, activating the oxygen scavenging 30 
function of the composition. 

[0119] Examples of a suitable photoinitiator include, 
but are not limited to benzophenone, o-methoxybenzo- 
phenone, acetophenone, o-methoxyacetophenone. 
acenaphthenequinone. methyl ethyl ketone, valerophe- 35 
none, hexanophenone. a -phenyl butyrophenone. p- 
morpholinopropiophenone. dibenzosuberone, 4-mor- 
pholinobenzophenone, benzoin, benzoin methylether. 
4-o-morpholinodeoxybenzoin, p-diacetylbenzene. 4- 
aminobenzophenone, 4'-methoxyacetophenone, a - 40 
tetralone, 9-acetylphenanthrene, 2-acetylphenan- 
threne. 10-thioxanthone, 3-acetyiphenanthrene, 3- 
acetylirxJole. 9-fluorenone. l-indanone, 1 ,3,5-triacetyl- 
benzene. thioxanthen-9-one, xanthen-9-one, 7-H- 
benz(de)anthracen-7-one. benzoin tetrahydropyranyl 45 
ether. 4.4*-bis(dimethy!amino)benzophenone, 1 '-acet- 
onaphthone. 2'-acetonaphthone. acetonaphthone and 
2.3-butaned(one. benz[a]anthracene-7.12-dione, 2.2- 
dimethoxy-2-phenyiacetophenone. a a -diethoxyace- 
tophenone. a. a -dibuthoxyacetophenone. A singlet so 
oxygen generation photosensitizer. e g . rose bengal, 
methylene blue, and tetraphenyl porphyrin, can also be 
used as the photoinitiator In addition to the monomer 
photoinitiators as described above, polymer photoinitia- 
tors can also be used, including poIy-(ethylene cart>on 55 
monoxide) and oltgo-[2-hydroxy-2-methyl-1-[4-(1-meth- 
ylvinyi)-phenyl]-propanonel. In general, a photoinitiator 
is preferable because it provides swifter and more effi- 



cient initiation of reaction, 

[0120] The photoinitiator. when contained in the 
resin composition of the present invention, facilitates the 
initiation of reaction of the thermoplastic resin (a) with 
oxygen upon exposure to radiation. The amount of the 
photoinitiator used varies depending on various factors, 
and is generally determined appropriately depending on 
the kind of the thermoplastic resin (a) used, the wave- 
length and intensity of radiation used, the nature and 
amount of the antioxidant used, and the type of the pho- 
toinitiator used. The amount of the photoinitiator also 
vanes depending on the form of the oxygen absorptive 
resin corrposition when it is used. For example, when a 
somewhat opaque layered molded article made of the 
composition containing a photoinitiator is to be Irradi- 
ated with radiation, a comparatively large annount of 
photoinitiator is required. 

[0121] In general, the amount of the photoinitiator. if 
contained, may be in the range of 0.01 to 10% by weight 
of the entire composition. 

[0122] The oxygen absorptive composition of the 
present invention containing such a photoinitiator is 
exposed to radiation at a specifed time, whereby oxygen 
scavenging of the corrposition is initiated- The exposure 
to radiation shortens or eliminates the induction period 
for oxygen trapping by the oxygen absorptive composi- 
tion to a significant extent to facilitate the initiation or 
proceeding of the oxygen trapping. The induction period 
refers to the period required for the oxygen absorptive 
composition to fully initiate the oxygen trapping. 
[0123] As the radiation used in connection with the 
photoinitiator. chemical radiation, such as ultraviolet or 
visible light having a wavelength of about 200 to 750 
nm, preferably about 200 to 400 nm. is useful. Chemical 
radiation, which has a comparatively long wavelength, is 
preferable in consideration to the cost and the influence 
on human health. Preferably, the oxygen absorptive 
composition is exposed to at least 0.1 joule of radiation 
per 1 g of the thermoplastic resin (a) contained in the 
composition. A typical exposure amount is in the range 
of 10 to 100 joule per 1 g of the thermoplastic resin (a). 
Electron beams of doses of about 0.2 to 20 megarads. 
preferably atxiut 1 to 10 megarads. may also be used as 
the radiation. As other radiation sources, ionized radia- 
tion such as gamma rays. X-rays, and corona discharge 
is used. The exposure to radiation is preferably carried 
out in the presence of oxygen. The duration of exposure 
varies depending on various factors, including, but not 
limited to. the amount and type of the contained pho- 
toinitiator, the shape of the molded article to be exposed 
(e.g.. the thickness of the layered structure), the total 
amount of antioxidants contained, and the wavelength 
and intensity of the radiation source. 
[0124] The exposure to radiation of the oxygen 
alDSorptive resin comfDosition of the present invention 
containing the photoinitiator may be carried out after the 
composition has been formed into a desired molded 
product or article, or during the formation. For example, 
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in the case where the composition of the present inven- 
tion is used for packaging of an oxygen-sensitive prod- 
uct, exposure of the composition may be immediately 
before, during, or after the packaging. It should be noted 
that the exposure to radiation needs to be carried out 5 
before the mobed product or article is used as the oxy- 
gen trapping agent. In order to secure maximum uni- 
form irradiation, the exposure should be carried out at a 
stage where the molded product or article is still in the 
form of a flat sheet, lor example. to 
[0125] The deodorant (or a reodorant or an adsorb- 
ent; hereinafter, these agents are generically called the 
deodorant) is used to reduce odor generated by a low- 
molecular by-product produced during the oxygen scav- 
enging of the resin composition of the present invention, is 
[01 26] ExampI es of an appropriate deodorant 
include, Ixit not confined to. zinc compounds, aluminum 
corrpounds. silicon compounds, ferrous compounds, 
organic acids, and ferrous conrpound -organic acid com- 
positions. These can be used individually or as a mix- 20 
ture or can be a dout^ie salt. 

[0127] Examples of the zinc compounds include 
zinc silicate, zinc oxide, zinc sulfate, zinc chloride, zinc 
phosphate, zinc nitrate, zinc cartx>nate. zinc acetate, 
zinc oxalate, zinc citrate, zinc fumarate. and zinc for- 25 
mate. 

[0128] Examples of the aluminum compounds 
include aluminum sulfate, aluminum phosphate, alumi- 
num silicate, and potassium aluminum sulfate. 
[0129] Examples of the silicon compounds include 30 
silicon dioxide, silicon phosphates such as silicon ortho- 
phosF)hate, silicon pyrophosphate type I, and silicon 
pyrophosphate type 11, arxj activated silica gel. 
[01 30] As the ferrous compourxis. any ferrous com- 
pounds that form bivalent Iron ions may be used. Exam- 35 
pies include: ferrous inorganic salts such as ferrous 
sulfate, ferrous chloride, ferrous nitrate, ferrous bro- 
mide, and ferrous iodide; and ferrous organic salts such 
as ferrous gallate. ferrous maiate. and ferrous fumarate. 
Among these, ferrous sulfate arxJ ferrous chloride are 40 
preferat)le. 

[0131] A composition (mixture or double salt) con- 
taining a zinc corrpourxJ and a silicon corrpourxJ is also 
suitably used. A preferred substantive example of such 
a composition is zinc silicate in the form of substantially 45 
indeterminate micrcpartides, which is mostly of an 
anx>rphous structure and essentially comp>osed of zinc 
oxide and silicon dioxide at a weight ratio in the range of 
1:5 to 5:1. The ratio of zinc oxide to silicon dioxide is 
preferably in the range of 1 :4 to 4: 1 , nxxe preferably 1 :3 so 
to3:1- 

[0132] Also suitably used is a composition of a zinc 
compound and an aluminum compound A preferred 
conaete example of such a composition is a mixture of 
zinc oxide and/or zinc carbonate and aluminum sulfate ss 
and/or potassium aluminum sulfate, in the proportion of 
1 to 1000 parts by weight, preferably 30 to 300 parts by 
weight of the aluminum compound with respect to 100 



parts by weight of the zinc compound. 
[0133] Prefen-ed examples of the organic acids 
include organic acids having at least eight carbon 
atoms, such as aliphatic monocarboxyiic acids, aliphatic 
pdycaroxylic acids, aromatic monocarboxyiic acids, 
and aromatic poiycarboxylic acids. Especially preferred 
are aromatic cartx)xylic acida Exanples of the aromatic 
poiycarboxylic acid include phthalic acid, terephthalic 
acid, isophthalic acid, trimellitic acid, 1,2,3-benzenetri- 
carboxylic acid, 1,3,5-benzenetricarboxylic acid, pyrom- 
ellitic acid, benzenehexacarboxylic acid, 
naphthalenedicartx3xylic acid, r^phthalenetricarboxylic 
acid, naphthalenetetracarboxylic acid, diphenyltetracar- 
boxylic add, diphenylethertetracarboxylic acid, azoben- 
zenetetracarboxylic acid, and anhydrides thereof. 
Among these acids, benzenetricarboxylic acids, espe- 
dally trimellitic acid, are preferred. 
[01 34] As the ferrous compound in the ferrous com- 
pound-organic acid compositions, any ferrous com- 
pourKls that dissolve in water to form bivalent iron ions 
maybe used as described above. Examples of such fer- 
rous compounds include: ferrous inorganic salts such 
as ferrous sulfate, ferrous chloride, ferrous nitrate, fer- 
rous bromide, and ferrous iodide; and ferrous organic 
salts such as ferrous gallate. ferrous maiate. and ferrous 
fumarate. AnDong these, ferrous sulfate and ferrous 
chloride are preferable. 

[0135] As the organic acids of the ferrous com- 
pound-organic acid compositions, those soluble in 
water may be used. Examples of such organic acids 
include; ascorbic acids such as ascorbic add, isoascor- 
bic acid, and metal salts thereof; and carboxylic acids 
such as citric add. isocitric acid, lactic acid, tartaric 
add. and malic acid. Among these, L-ascorbic acid is 
preferred. 

[0136] The ferrous compound and the organic add 
constituting the composition obtimally bond with each 
other Such a composition can be prepared by. for 
example, mixing and dissolving the two components in 
water, drying the resultant solution by spraying or freez- 
ing, and powdering the dried product. The weight radio 
of the ferrous compound to the organic acid is prefera- 
bly in the range of 1:0.01 to 1:1.0. more preferably 
1 :0.02 to 1 :0.80. When the organic acid is an ascortDic 
aad. the weight ratio of the ferrous compound to the 
organic acid is preferably in the range of 1:0.02 to 
1:0.30, more preferably 1:0.02 to 1:0.13. even more 
preferably 1:0.05 to 1:0.13. A combination of two or 
more kinds of ferrous compounds or a combination of 
two or rrxDre kinds of organic adds may be used. Alum 
may preferably be added as a stabilizer of the deodoriz- 
ing function to the ferrous compound -organic add com- 
position in an amount of 2 to 20% by weight of the total ^ 
amount of the ferrous compound and the organic acid. 
Preferred examples of the alum include, but not limited 
to. potash alum, ammonia alum, and sodium alum. 
[0137] Examples of other useful deodorants 
include: metal compositions having a stabilized metal 
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compound such as a composition of a zinc compound 
and polycarboxylic acid; bioenzyme model compounds 
such as a ferrous-phthalocyanine derivative; plant saps 
such as paulownia. holly tree, devitwood, Japanese sil- 
verleaf. txrtterbur, lilac. Chinese golden bell, chestnut, 5 
and alder and extracts thereof; aluminosilicates such as 
zeolite; water-containing magnesium silicate clay miner- 
als such as sepiolite. silotile. barigorskrte. and 
raphrynite; and activated humic acid, activated alumina, 
arxi activated carbon. Porous adsorbents can also be 10 
used. 

[0138] Among the above exemplified deodorants, 
especially preferred are: zinc compounds such as zinc 
oxide and zinc sulfate; silicon compounds such as sili- 
con dioxide and silicon orthophosphoric acid; aluminum i5 
compourtds such as aluminum sulfate and potassium 
aluminum sulfate; compositions containing a zinc com- 
pound and a silicon compound; compositions contain- 
ing a zinc compound and an aluminum compound; 
organic acids; and ferrous compound -organic acid com- 20 
positions- 

[01 39] Among the above deodorants, those prefer- 
ably usable for the resin or resin composition of the 
present invention are compositions of zinc silicate or 
zinc oxide with an alum. ^5 
[0140] When the resin or resin composition of the 
present invention is formed into a multilayer ed structure, 
the deodorant can be contained in various manners. 
The deodorant nnay be contained in the layer of the 
resin or resin composition of the present invention or in 30 
a layer other than the above layer as will be described 
later. When the multilayered structure of the present 
invention includes an adhesive resin layer between the 
resin composition layer and a layer of another thermo- 
plastic resin, the adhesive resin layer may contain the 35 
deodorant. The deodorant may be contained in one of 
these layers, or two or more layers as required. The 
content of the deodorant is 0.1% by weight or more, 
preferably 0.2 to 50*/o by weight, more preferably 0.5 to 
1 0% by weight of the total weight of the layer that con- 40 
tains the deodorant (e.g., the resin layer). 
[0141] The oxygen absorptive resin connposition of 
the present invention has various excellent properties. 
For example, the second embodiment of the oxygen 
absorptive resin conposition of the present invention 45 
has an oxygen absorption rate of 0.01 miym^ • day or 
more as descrtoed above, in the first and third embodi- 
ments of the present invention, also, the oxygen absorp- 
tion rate is preferably 0.01 ml/rv? -day or more. The 
oxygen absorption rate is nx>re preferably 0.05 ml/m^ • so 
day or more, even more preferably 0 1 ml/m^ -day or 
more H the oxygen absorption rate is less than 0 01 
ml/m^ -day the oxygen barrier properties of a molded 
article such as a multilayered container produced from 
the resin composition of the present invention, as well 55 
as the oxygen scavenging effect thereof, tend to be 
insufficient. 

[0142] The oxygen absorption rate as used herein 



refers to the volume of oxygen absorbed by a unit area 
of a film of the resin composition during a unit period of 
time for which the film is left to stand in an atmosphere 
of a given volume of air. A reliable measurement 
method will be described in the Examples. 
[0143] When the resin or resin composition of the 
present invention is used as an oxygen scavenger, the 
useful scavenging rate (oxygen absorption rate) is 
expressed as follows: That is. an area of 1 m^ of the film 
of the thermoplastic resin (a) having carbon-carbon 
double bonds absorbs preferably 0.5 ml of oxygen, 
more preferably 5 ml or more of oxygen, per day in the 
air under 1 atmospheric pressure at 20°C. In this case, 
the third and fourth embodiments are preferable, 
[0144] The oxygen scavenging amount of the resin 
or resin composition of the present invention is prefera- 
bly 1 ml or more per gram, more preferably 10 ml or 
more per gram, even more preferably 50 ml per gram. 
[0145] The melt flow rate (MFR) of the oxygen 
absorptive resin or resin composition of the present 
invention is 0.1 to 100 g/10 min. more preferably 0.5 to 
50 g/10 min, and even more preferably 1 to 30 g/10 min 
(210*'C. 2160 g load; according to JIS K7210). If MFR 
fails to be within the range of 0.1 to 100 g/10 min, the 
processability during melt molding tends to degrade. 
[01 46] The oxygen absorptive resin or resin compo- 
sition of the present invention is molded into various 
types of molded articles depending on the use thereof. 
[0147] The method for mixing components of the 
oxygen absorptive resin composition and molding the 
composition, as well as the order of the mixing, are not 
specifically defined. For example, when the thermoplas- 
tic resin (a), the gas barrier resin (b). and the transition 
metal salt (c) are blended to produce a molded article, 
they may be mixed simultaneously Alternatively, the 
thermoplastic resin (a) and the transition metal salt (c) 
may be first blended and the resultant blend may be 
mixed with the gas barrier resin (b). The gas barrier 
resin (b) and the transition metal salt (c) may be first 
blended and the resultant blend may be mixed with the 
thermoplastic resin (a). The thermoplastic resin (a) and 
the gas barrier resin (b) may be first blended and the 
resultant blend may be mixed with the transition metal 
salt (c). Otherwise, the thermoplastic resin (a) arxl the 
gas barrier resin (b). and the gas barrier resin (b) and 
the transition metal salt (c) may be blended individually, 
arxj the resultant blends may be mixed. 
[0148] The components of the composition may t>e 
melt-blended into pellets before being molded, or may 
be dry-blended to be directly molded. 
[01 49] The above components may be blended arxJ 
kneaded by. for example, a method in which the resin 
components are dissolved with a sol\/ent and mixed." 
and then the solvent is ey/aporated. or a method in 
which the components are melted and kneaded at a 
temperature in the range of 50 to 300°C (melt blending 
method). The method is not specifically defined, but the 
melt blending method is preferable in consideration of 



14 



BMSDOCID <EP 10330eOA2 t > 



27 



EP 1 033 080 A2 



28 



the simplified process and the cost. Melt blending is car- 
ried out using a ribbon blender, a high-speed mixer, a 
Ko-kneader, a mixing roll, an extruder, a Banbury mixer, 
an intensive mixer, and the like. 

[0150] For example, the components of the compo- 5 
sition of the present invention is kneaded with a Ban- 
bury mixer, a uniaxial or biaxial screvy^ extruder, or the 
like to be pelletized for melt molding. In order to hinder 
the progress of oxidation of the thermoplastic resin (a) 
during blending, it is preferable to seal a hopper inlet io 
with nitrogen gas and extrude the resin at a low tenrper- 
ature. Also preterat>le is to use an extruder with high 
kneading ability to allow the components to be finely 
and uniformly dispersed- By this, good oxygen absorp- 
tion performance and good transparency are obtained, 75 
and generation and mixing of gelled aggregates and 
fisheyes are prevented. 

[0151] Kneading is important to ensure good dis- 
persion of the components in the resin compKJsition. As 
the kneader for realizing high-level dispersion of the 20 
components, continuous kneaders such as a continu- 
ous intensive mixer and a kneading type biaxial extruder 
(unidirectional or bi-directional) are optimal. Batch 
kneaders such as a Banbury mixer, an intensive mixer, 
and a pressure kneader may also be used. As another 25 
continuous kneader. a device using a rotary disk having 
an trituration mechanism such as a stone mill, for exam- 
ple. KCK Kneading Extruder from KCK Co.. Ltd.. may 
be used. Those commonly used as a kneader also 
include a uniaxial extruder provided with a kneading 30 
section (e.g., Dulmage and CTM) and a sinnple kneader 
such as a Brabender mixer. 

[0152] Among the above, the continuous intensive 
mixer is most preferat:>le for the purpose of the present 
invention, which is available as FCM from Parrel Corp , 35 
CIM from The Japan Steel Works. Ltd.. and KCM, LCM. 
and ACM from Kobe Steel. Ltd. In practice, a device 
equipped with a uniaxial extruder underneath such a 
kneader is preferatHy used for achieving kneading and 
extrusion palletizing simultaneously Also used for the 40 
kneading according to the present invention is a biaxial 
kneading extruder equipped with a kneading disk or a 
kneading rotor, such as TEX from The Japan Steel 
Works. Ltd.. ZSK from Werner & Pfteiderer Corp.. TEM 
from Toshiba Machine Co., Ltd.. arxl PCM from Ikegai 45 
Tekko Co. Ltd 

[01 53] In the use of the above continuous kneaders. 
the shape of tf>e rotor or disk plays a key role. In partic- 
ular, the gap between the mixing chamt>er and the rotor 
chip or the disk chip (chip clearance) is important: Being so 
too narrow or too wide fails to provide a composition 
wtth good dispersion. The optimal chip clearance is in 
the range of 1 to 5 mm 

[0154] The rotational speed of the rotor of the 
kneader lies in the range of 100 to 1200 rpm. desirably ss 
150 to 1000 rpm, more desirably 200 to 800 rpm. The 
inner diameter (D) of the chamber of the kneader is, for 
example, 30 mm or more, desirably in the range of 50 to 



400 mm. The ratio (IJD) of the length (L) to the diameter 
(D) of the kneader is preferably in the range of 4 to 30. 
A single kneader may be used, or two or more kneaders 
may be used by coupling. 

[0155] A longer kneading period provides better 
results. However, considering the prevention of oxida- 
tion of the thermoplastic resin (a) arxi the cost the 
kneading time may be in the range of 10 to 600 sec- 
onds, preferably 15 to 200 seconds, most preferably 15 
to 150 secorxls. 

[0156] By appropriately enploytng a molding 
method among various possibilities described above, 
the resin composition of the present invention can be 
molded into a variety of molded articles such as films, 
sheets, containers, other packaging materials, and 
deoxidizers of various shapes. 

[0157] For example, the resin composition can be 
molded into films, sheets, pipes, and the like by melt 
extrusion molding, into containers by injection molding, 
and into bottle-like hollow containers by blow molding. 
Preferred embodiments of the blow molding include, but 
not limited to. extrusion blow molding where a parison is 
formed by extrusion molding and blown to obtain a 
molding, and injection blow molding where a preform is 
formed by injection molding and blown to obtain a mold- 
ing. 

[0158] In addition to the application to a variety of 
packaging materials and containers as descrit>ed 
above, the oxygen absorptive resin composition of the 
present invention is also useful as a deoxidizer due to its 
excellence in oxygen absorbency. ease of handling, and 
processabiiity. The deoxidizer is produced by mokiing 
the oxygen absorptive resin or resin composition of the 
present invention into an arbitrary shape. By placing the 
deoxidizer in a container filled with food, medicine, or 
the like, oxygen inside the container can be effectively 
scavenged. If direct contact is not preferable between 
the resin composition of the present invention and the 
content, the molded article made of the resin composi- 
tion of the present invention may be placed in a package 
that t>locks permeation of the contents txjt allows gas to 
be transmitted therethrough. For example, in a preferred 
embodiment, the molded article made of the resin com- 
position of the present invention may be filled into a 
package made of nonwoven fabric or the like if the con- 
tent is a solid having a sufficiently large mean particJe 
size 

[0159] The shape of the deoxidizer is not specifi- 
cally defined, t>ut the deoxidizer is preferably in the 
shape of a film or particles in order to inaease the sur- 
face area per unit volume thereof and thereby to effi- 
aently exert the oxygen scavenging function. 
[0160] In general, in a preferred embodiment, the 
thus-obtained various types of nnolded articles may be 
coated with a thermoplastic resin other than the resin or 
resin composition of the p>resent invention. In the case 
of a container for receiving matter inside, for example, 
such a coating serves not only to minimize direct con- 
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tact of the matter with the oxygen absorptive resin com- 
position, but also controls the rate at which oxygen 
enters from outside by selecting the kind and thickness 
of the coating thermoplastic resin so as to adjust the 
rate at which the resin composition of the present inven- 5 
tion reacts with oxygen. By thus adjusting the oxygen 
absorption rate of the resin composition of the present 
invention, the oxygen scavenging function of the resin 
composition can be maintained for a prolonged period 
of time. 

[0161] The method for coating the nrx)lded article 
made of the resin composition of the present invention 
with another thermoplastic resin or the like is not specif- 
ically defined. Preferred ennbodiments of such a method 
are: depositing a thermoplastic resin or the like on at 15 
least one surface of the layer made of the resin compo- 
sition of the present invention to form a multilayered 
stmcture; and forming multilayered polymer particles 
having a core made of the resin conrposition of the 
present invention and an outermost layer made of 20 
another thermoplastic resin. 

[0162] According to the present invention, the 
molded article, such as a film and a sheet, produced by 
any of the above molding methods nnay be composed of 
a single layer. In view of the capability of providing a 25 
number of functions, however, the rriolded article is 
more preferably a laminate with a layer or layers nnade 
of other various resins, metal, paper, woven fabrics, or 
nonwoven fabrics. If the resin composition of the 
present invention is used as a single-layer structure, the 30 
area thereof coming into contact with oxygen is large, 
whereby the duration of the oxygen scavenging function 
may be shatened. In addition, the mechanical strength 
may be towered after oxygen scavenging, and the gas 
barrier properties may be lowered due to the moisture 35 
exuding from the content or the external atmosphere. To 
avoid such troubles, a layer of the gas ban-ier resin (b) or 
a layer having high mechanical strength may be formed 
on the layer of the resin composition of the present 

40 

invention. 

[0163] Thus, according to the present invention, a 
muftitayered structure is preferable from the viewpoints 
that the inward oxygen transmission rate can be sup- 
pressed and that the oxygen scavenging f urK;tion of the 
resin corrposition can be nr^intained lor a prolonged 45 
period of time. The present invention therefore includes 
a multilayered structure or a multilayered container hav- 
ing a layer including the oxygen absorptive resin com- 
position or the oxygen absorptive resin. 
[0164] In a prefen-ed embodiment, a multilayered so 
container has an innemv>st layer made of the resin 
conxxjsition of the present invention This allows the 
resin composition to swiftly exert the oxygen scavenging 
function within the container. 

[0165] Concrete examples of the multilayered struc- 55 
ture include structures of A/B. A/B/A. A/C/B. A/C/B/C/A. 
A/B/A/B/A. and A/C/B/C/A/C/B/C/A wherein A denotes 
a layer made of a resin other than the thermoplastic 



resin (a), metal, paper, woven fabric, or nonwoven fab- 
ric. B denotes a layer made of the thermoplastic resin 
(a) or a resin composition including the thermoplastic 
resin (a), and C denotes an adhesive resin layer. The 
structure is not limited to these examples, but any addi- 
tional layer or layers may be appropriately provided- tn 
the case of the structure including a plurality of layers 
made of a resin other than the thermoplastic resin (a), 
such layers may be made of the same kind of resin or 
different kinds of resin. A recovered resin layer made of 
scraps generated by trimming during molding may be 
separately formed, or such recovered resin may be 
blended in a layer made of another resin. The thickness 
relationship of the multilayered structure is not specifi- 
cally defined. However, in consideration of the nrroldabil- 
ity and the cost, the thickness of the entire B layer(s) is 
preferably 2 to 20% of the total thickness. 
[0166] A thermoplastic resin is preferably used as 
the material for the resin layer to be formed on the 
molded article made of the oxygen absorptive resin 
composition of the present invention in consideration of 
the processability and the like. Examples of such a ther- 
moplastic resin include, but are not limited to: ethylene 
homopolymers and ethylene copolymers (copolymers 
of ethylene with monomers including: a-olefins such as 
propylene. 1-butene. isobutene. 4-methyl-1-pentene. 1- 
hexene. and 1-octene; unsaturated caiboxylic acids 
such as itaconic acid, methacrylic acid, acrylic acid, and 
maleic anhydride and salts, partial or complete esters, 
nitriles, amides, and anhydrides thereof; vinyl carboxy- 
lates such as vinyl formate, vinyl acetate, vinyl propion- 
ate, vinyl butylate, vinyl octanoate. vinyl dodecanoate, 
vinyl stearate. and vinyl arachidonate; vinylsilane com- 
pounds such as vinyltrimethoxysilane: unsaturated sul- 
fonic acids and salts thereof; alkylthiols; and 
vinylpyn-olidones); propylene homopolymers and pro- 
pylene copolymers (copolymers of propylene with mon- 
omers including: a -olefins such as ethylene, 1-butene. 
isobutene. 4-methyl-l-pentene. 1-hexene. and 1- 
octene; unsaturated carboxylic acids such as itaconic 
acid, methacrylic acid, acrylic acid, and maleic anhy- 
dride and salts, partial or complete esters, nitriles. 
amides, and anhydrides thereof; vinyl carboxylates 
such as vinyl formate, vinyl acetate, vinyl propionate, 
vinyl butylate. vinyl octanoate. viny! dodecanoate. vinyl 
stearate. and vinyi arachidonate: vinylsilane com- 
pounds such as vinyltrimethoxysilane: unsaturated sul- 
fonic acids and salts thereof; alkyhhiols; and 
vinylpyn-olidones): polyolefins such as poly-4-methy1- 
pentene-1 and polybutene-1 ; polyesters such as poly- 
ethylene terephthalate. polytxrtylene terephthalate. and 
polyethylene naphthalate: potyamides such as poly v - 
caprolactam. polyhexamethylene adipamide. and 
polymetaxytylene adipamide: and polyvinyl id en e chlo- 
ride, polyvinyl chloride, polystyrene, polyacrylonitrile. 
polycarbonates, and polyacrylate. The layer made of 
such a thermoplastic resin may not be subjected to 
drawing, or subjected to uniaxial or biaxial drawing or 
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roiling. 

[01 67] Among the above thermoplastic resins, poly- 
olefin is pxeferabie in consideration of its excellence in 
moisture-resistance, mechanical properties, economy, 
heat sealing, and the like. Polyester has good transpar- s 
ency and mechanical properties, and thus will be useful 
if it IS laminated with the resin composition of the 
present invention that also has good transparency. 
(0168] As the material for the metal layer that can 
be laminated with the resin composition of the present io 
invention, steel and aluminum generally used for cans 
may be used. 

[0169] An adhesive resin may be used for adhesion 
of the layer of the resin composition of the present 
inveniKxi with another resin layer The adhesive resin is is 
not specifically defined as long as it can bond the layers. 
However, preferably used are polyurethane or polyester 
one^omponent or two-component curing adhesives. 
arKl carboxylic acid modified polyolef ins. The carboxylic 
acid modify plolyolefins are polyoiefin copolymers 20 
containing unsaturated carboxylic acids or anhydrides 
thereof {e g . maleic anhydride) as copolymer compo- 
nents or graft polymers obtained by grafting unsaturated 
cartxjxylic acids or anhydrides thereof to polyolef ins. 
[0170] Among the above, the carboxylic acid modi- 2S 
fied polyoiefin resin is more preferable in consideration 
of the adhesion of the surface layer made of polyoiefin 
and the like with the resin composition layer. Examples 
of the carboxylic acid modified resin include a resin 
which is obtained by carboxylic acid modification of pol- 30 
yethylene (low-density polyethylene (LDPE). linear low- 
density poiyethyiene (LLDPE). very low-density polyeth- 
ylene (VLDPE)). polypropylene, copolymerized polypro- 
pylene ethyiene-vinyl acetate copolymers, and 
ethylene-(meth)aayhc acid ester (methyl ester or ethyl 35 
ester) copolyn>ers 

[0171] When the molded artide of the present 
invention is a rrujltilayered product, the oxygen scaveng- 
ing layer may opuonally be laminated with a layer made 
of an -oxygen barrier material" and the like, that is. a 40 
layer made of a material having an oxygen transmission 
rate of 200 cmVm^ • day or less at 20*C under 1 atmos- 
phefc pressure Typical examples of the oxygen barrier 
material include pol y( ethylene- vmyl alcohol), polyacry- 
lonitr.le. poiyvinyl chlor»de. poly(vinylidene dichlorde). 45 
polyethylene terephthalate. silica, and polyamides. A 
copolymer indud.ng one kind of the above monomers, 
as welt as a metal foil layer, may also be used. 
[01721 The additional layer(6) of the nxjltitayered 
structure may indude one or more kinds of oxygen so 
transmission layer(s) One example of a flexible packag- 
ing film especially for foods is a laminate packaging film 
induding (i) an oxygen blocking layer, (ii) a layer includ- 
ing the oxygen absorptive resin composition of the 
present inventon. and optionally (iii) an oxygen trans- 55 
mission layer. This film is used for packaging with the 
layer (i) being on the outer side and the layer (iii) being 
on the inner side. With this arrangement, the oxygen 



blocking layer (i) controls inward transmission of oxygen 
toward the layer (ii) thereby extending the time usable 
for the oxygen scavenging in the layer (ii). The oxygen 
transmission layer (iii) adjusts the oxygen transmission 
rate therein, thereby extending the time usable fa the 
oxygen scavenging in the layer (ii). This serves to 
extend the life of the oxygen scavenging substance dur- 
ing the handling of the film before packaging. The layer 
(iii) also serves to block movement of the thermoplastic 
resin (a), the transition metal salt (c), additives, and by- 
products produced by oxygen scavenging toward the 
inside of the pad^ge. Further, the layer (iii) serves to 
enhance the heat sealing, the transparency, and/or the 
resistance against sticking of the multilayered f ilm. 
[0173] Examples of the method for produdng the 
multilayered structure include, but not limited to. extru- 
sion lamination, dry lamination, solvent casting, coinjec- 
tion molding, and coextrusion molding. The coextrusion 
molding includes coextrusion lamination, coextrusion 
sheet molding, coextrusion inflation process, and coex- 
trusion fcJow molding. 

[0174] The sheet, film, partson. and the like of a 
multilayered structure produced by any of the above 
methods may further be re-heated at a temperature 
below the melting point of the contained resin and sub- 
jected to thermoforming such as stretch forming, rolling, 
pantographic drawing, tubular film drawing, or blow 
molding to stretch the film and the like uniaxially or biax- 
ially, so as to obtain stretched molded products. 
[01 75] The transparency of the resin composition of 
the present invention improves by appropriately select- 
ing the thermoplastic resin (a), the gas barrier resin (b) 
and the like constituting the resin composition in consid- 
eration of the respective refractive indexes. Therefore, 
by selecting a resin with good transparency for a layer to 
be laminated, a container allowing its content to be 
dearly visible is obtained. If a multilayered structure with 
good transparency is desired, the internal haze should 
preferably be 10% or less, more preferably 5% or less, 
even more preferat^ly 3% or less. 
[01 76] The oxygen absorptive resin or resin compo- 
sition of the present invention can be used as the oxy- 
gen absorbent of an arbitrary shape. Also, molded 
articles such as containers, especially multilayered 
structures, using the resin or resin composition have 
various applications. The excellence of the resin com- 
position of the present invention in the oxygen scaveng- 
ing performance and gas barrier properties is greatly 
exhibited when the resin composition is used for vanous 
types of packages. In particular, the resin composition is 
suitably used for packages tor materials that are sus- 
ceptible to degradation in the presence of oxygen, such 
as foods, medicines, and agricultural chemicals ' Fur- 
ther. the resin composition of the present invention is 
suitably used for gaskets for containers, especially as 
gaskets for container caps. Caps equipped with such 
gaskets have good barrier properties and oxygen scav- 
enging properties. 
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[0177] The resin composition of the present inven- 
tion is also suitable for a package that allows its content 
to be clearly visible because good transparency can be 
obtained by appropriately selecting the resins as 
described above. The following two embodiments of 5 
packages have a strict requirement for transparency 
and thus particularly receive a benefit from the resm 
composition of the present invention. 
[0178] One of the packages is a container made of 
a multilayered film having a total thickness of 300 jim or 10 
less, including a layer made of the oxygen absorptive 
resin or resin composition of the present invention. The 
other package is a multilayered container including a 
layer made of the oxygen absorptive resin or resin com- 
position of the present invention and a thermoplastic is 
polyester layer. These containers will be described 
below. 

[0179] The container having a total thickness of 300 
^im or less including a layer made of the resin composi- 
tion of the present invention is a flexible container com- 20 
posed of a comparatively thin multilayered structure, 
which is normally processed into a form of a pouch or 

the like. . 
[0180] In general, a container that requires good 
transparency is made thin as a whole. The respective 25 
resin layers constituting the multilayered structure of the 
container are thin. For example, in the case of using a 
crystalline resin such as polyolefin. if the thickness is 
large, the transparency tends to be worsened due to 
scattering in the aystal. while if the thickness is small. 30 
good transparency is obtained. Also, in general, while a 
non-oriented aystallized resin exhibits poor transpar- 
ency an oriented crystallized resin exhibits good trans- 
parency Such a uniaxial or biaxial oriented film is 
normally thin. Also from this point, a thin multilayered 35 
structure tends to exhibit good transparency. 
[0181] Thus, the resin composition of the present 
invention exhibits very good transparency by selecting 
appropriate resins, and therefore can be suitably used 
for containers that are composed of a thin multilayered 40 
film and in many cases requires good transparency 
Such a thin film retains comparatively good transpar- 
ency even when the transparency degrades wet time. 
[0182] The thickness of the multilayered film is not 
spedfcally defined, but is preferably 300 or less. 45 
more preferably 250 ^lm or less, e^en more preferably 
200 to retain good transparency. The lower limit of 
the thickness ts not specifically defined, either, but is 
preferably 10 yitry or more, more preferably 20 or 
nv>re. even more preferably 30 or more, m consider- so 
ation of the mechanical strength as the container 
[0183] The method for forming such a multilayered 
film is not specifically defined, but the multilayered film 
can be formed by laminating the layer of the resin com- 
position of the present invention with another thermo- 55 
plastic resin layer by techniques such as dry lamination 
and coextrusion lamination. 

[0184] In the case of dry lamination, non-oriented 



films uniaxial oriented films, biaxial oriented films, and 
rolled films can be used. Among these, a biaxial on- 
ented polypropylene film, a biaxial oriented polyethyl- 
ene terephthalate film, and a biaxial oriented poly c - 
caprdactam film are suitable considering strength, 
transparency, and the like. The biaxial oriented polypro- 
pylene film is especially suitable since it has good mois- 
ture-resistance. 

[01 85] At least one outer surface of the multilayered 
film constituting a package is preferably covered with a 
layer made of a heat-sealable resin to seal the package. 
Polyoleftns such as polyethylene and polypropylene 
may be used as such a heat-sealaWe resin. 
[01 86] The laminated film may further be re-heated 
and subjected to thermoforming such as stretch form- 
ing rolling, pantographic drawing, or tubular film draw- 
ing* to stretch the film uniaxially or biaxially. so as to 
obtain oriented multilayered film. 
[0187] The thus-obtained multilayered film can be 
processed into a bag shape to be filled with a material 
as a package. Such a package is flexible and conven- 
ient, and has good transparency, gas barrier properties, 
and oxygen scavenging performance, so that it is signif- 
icantly useful as a package for foods especially 
[0188] The multilayered container including the 
layer of the resin composition of the present invention 
and the thermoplastic polyester layer is given good 
transparency by selecting appropriate resins, and has 
good gas barrier properties and oxygen scavenging 
performance. 

[01 89] Polyester resin generally has good transpar- 
ency Therefore, a multilayered structure with good 
transparency is obtained by laminating a polyester resin 
with the resin conposition of the present invention. 
[0190] The form of the multilayered container 
including the layer of the resin composition of the 
present invention and the thermoplastic polyester layer 
is not specifically defined, but may be a bag-shaped 
container, a cup-shaped container, or a hollow molded 
container. The hollow molded container is innportant 
over all others, which is produced by a method includ- 
ing, but not limited to. blow molding and injection mold- 
ing. In practice, blow molding is important, and 
especially a bottle-shaped container formed by blow 
molding is important. 

[01 91 ] Blow-molded bottles made of a thermoplas- 
tic polyester resin are now broadly used as containers 
for drinks. For this use. such bottles are required to sat- 
isfy the conditions that the contents, i.e. . a drink, be pre- 
vented from degrading and that it be clearly visible by 
the consumer Moreover, when oxygen-sensitive drinks 
such as beer that easily degrades in flavor are to be 
packaged, the bottles are required to have considerably 
high gas barrier properties and oxygen scavenging per- 
formance. It is not easy to satisfy these requirements. 
[0192] The blow-molded multilayered bottle made 
of the layer of the resin composition of the present 
invention and the thermoplastic polyester layer is an 
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optima! package for the above use with its advantages 
of keeping the quality of the content from degrading 
while retaining the transparency. 
[0193] As the polyester resin used for the multilay- 
ered container of the present invention including the 
layer made of the oxygen absorptive resin or resin com- 
position and the layer of the thermoplastic polyester 
resin, condensation polymers including aromatic dicar- 
boxylic acids or alkyi esters thereof and diols as main 
components are used. In particular, polyester resins 
including ethylene terephthalate as a main component 
are preferable to attain the purpose of the present 
invention. In general, the polyester resin used in the 
present invention includes a terephthalic acid unit and 
an ethylene glycol unit so that the total proportion 
(mot%) of these units is preferably 70 mol7o or more, 
more preferably 90 mol% or more, of the total moles of 
all the structural units of the polyester. If the total propor- 
tion is less than 70 mol%. the resultant polyester is 
amorphous, whereby the polyester resin greatly con- 
tracts when it is hot-filled in a container for drawing, 
resulting in poor thern^l resistance and strength. More- 
over, the softened resin tends to stick during solid- 
phase polymerization carried out to reduce oligomers 
contained in the resin, whereby the preparation is noade 
with difficulty. 

[0194] The above polyester resin may contain a 
bifunctional compound unit other than the terephthalic 
acid unit and the ethylene glycol unit as required within 
the range not greatly interfering with the processability. 
strength, thermal resistance, and the like of the resin. 
The proportion (mot%) of such a bifunctional compound 
unit is preferably 30 mol% or less, more preferably 20 
mol% or less, even more preferably 10 nrx)l% or less, of 
the total moles of all the structural units of the polyester. 
[0195] A prefen-ed bifunctional compound unit 
allowed to be contained m the resin is at least one 
selected from a dicarboxylic ac»d unit, a did unit and a 
hydroxycart>oxytic acid unit. Such bifunctional com- 
pound unrts may be either aliphatic, alicyclic. or aro- 
matic bifunctional compound units. 
[0196] in view of processability and transparency, 
the thermoplastic polyester may preferably include an 
ethylene terephthalate component as a mam compo- 
nent and have a melting point of 240 to 250"C. 
[01 97] H the melting point exceeds 250*C. the crys- 
tallization rate of the polyester resin is high, and thus the 
crystallization of the heated and melted polyester is 
facilitated during injection nx)lding and Wow molding. 
The resulting bottles are likely to generate whitening 
and may be poor in transparency The degree of orien- 
tation by drawing nvjy also be lowered, and an intended 
shape of molded bottles may not be obtained This nar- 
rows the range of conditions under which good products 
can be produced, which tends to increase the defective 
production rate of products products. The melting point 
is more preferably 248°C or less. 
[0198] If the melting point is less than 240^*0 . the 



thermal resistance of the multilayered container lowers. 
The crystallinity of the polyester resin also lowers below 
the required level, thereby lowering the degree of orien- 
tation by drawing and the mechanical strength of the 

5 polyester resin. In addition, due to the decrease in the 
melting point, the solid-phase polymerization tempera- 
ture must be lowered. This lowers the reaction rate and 
thus disadvantageously lowers the productivity of the 
resin. The melting point is more preferably 242°C or 

^o more, most preferably 244*^0 or more. 

[0199] In order to obtain the polyester resin having 
a melting point within the above range, the polyester 
resin including an ethylene terephthalate component as 
a main component should further contain an appropri- 

15 ate amount of a copolymerized component Specifically, 
the polyester resin preferatily contains a copolymerized 
component in an amount of 1 to 6 mol%. more prefera- 
bly 1.5 to 5 mol%. most preferably 2 to 4 mol%. of the 
total mole amount of all the structural units of the pdy- 

20 ester. 

[0200] The polyester resin having the copolymer- 
ized component within the above range can be obtained 
by the addition of comonomer to the preparation system 
of polyethylene terephthalate considering the amount of 
25 Methylene glycol produced as a by-product during the 
preparation and the amount of the comonomer to be 
included in the resin. Such a comonomer is not specifi- 
cally defined, but the monomers mentioned above as 
the bifunctional units may be used. Among those, neo- 
30 pentyl glycol, cyclohexanedimethanol. cyclohexanedi- 
carboxylic acid, isophthalic acid, 

naphthalenedicarboxylic acid are preferable. 
[0201] Among the above monomers, isophthalic 
add is advantageous since the resultant copolymerized 
35 pdyester provides a broad range of conditions under 
which good products can be produced. This results in 
good processability and thus a lowered defective pro- 
duction rate. This monomer is also advantageous in that 
the molded article is prevented from whitening caused 
40 by a suppressed crystallization rate. 

[0202] Also preferable are a 1.4 -cyclohexaned- 
imethanol unit and 1 .4-cyclohexanedicarboxylic acid in 
that the resultant molded article has good impact 
strength against dropping. 
45 [0203] Naphthalene dicarboxylic add is also prefer- 
able in that the resultant polyester has a high glass tran- 
sition temperature and thus the container as the final 
product has an improved thermal resistance. Further, 
the polyester containing naphthalenedicartxjxylic add 
50 as the copolymer component can absorb ultraviolet 
radiation This is especially useful when the content is 
susceptible to degradation by ultraviolet radiation. For 
example, this is useful when the content is. for example, 
beer that is susceptible to degradation by both oxidation 
55 and ultraviolet radiation. 

[0204] When the container produced by coinjection 
stretch blow molding is used for protecting the contents 
from uluavidet radiation, the thermoplastic pdyester 
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resin preferably contains a 2.6-naphthalenedicarboxylic 
acid component in an amount of 0.5 to 15 mol%, more 
preferably 1.0 to 10 mol%, with respect to the entire 
dicarboxylic acid component. 

10205] m the case of using a polycondensation cat- 
alyst during the preparation of the polyester resin, a cat- 
alyst normally used in such an occasion may be used. 
Examples of such a catalyst include: antimony com- 
pounds such as antimony tnoxide; germanium com- 
pounds such as germanium dioxide, germanium 
tetraethox.de. and germanium tetra n-buthoxide; tita- 
nium compounds such as titanium methoxide, titanium 
ethoxide titanium n-propoxide, titanium isopropoxide, 
and titanium butoxide; and tin compounds such as di-n- 
butyftin d.laurate. d.-n-butyltin oxide, and dibutyltin diac- 
etate These catalyst compounds may be used individu- 
ally or in corrtJinatton of two or more. Among these 
pdycondensat-on catalysts, germanium compounds 
are preferable m that the resultant polyester has a good 
color tone, while antimony compounds are preferable in 
view of the cost of the catalyst. Among the germanium 
corrpounds. germanium dioxide is especially prefera- 
ble Among the antimony compounds, antimony tnoxide 
is especally pieferable The polycondensation catalyst 
is preferably added .n an amount of 0 02 to 0.8 parts by 
weight wrth respect to 100 parts by weight of dicarboxy- 
lic acid. . ^ 
[0206] m the light of moldability. the germanium 
compourxls are more preferably used than the antinriony 
coiTOOurxts More precisely, in general, the aystalliza- 
tion rate of the polyester obtained by polymenzation 
using an antimony compound is greater than the case 
using a germanium compound. This means that in the 
case of usmg an antimony compound, crystallization 
tends to proceed easily by heating during iniection 
molding or Wow molding. The resultant bottles are likely 
to generate whitening and may be poor in transparency 
The degree of orientation by drawing may also be low- 
ered and an intended shape of molded bottles may not 
be obtained This narrows the range of conditions under 
which good products can be produced, which tends to 
increase the rate of production of detective products. 
[0207] In the case where the polyethylene tereph- 
thalate used which contains no copolymerized compo- 
nent except tor d.ethyleoe glycol as a by-product, the 
crystallizabon rate is higher compared with the case 
where the polyethylene terephthaiate is slightly modified 
with another copdymenzed component. In the former 
case theretore. the selecton of the catalyst is espe- 
cially irnxjrtant As mentioned above, a germanium 
corrpound is preferably used as the catalyst 
[0208] The preparation method of the polyester 
resin used tor the thermoplastic polyester layer of the 
multilayered blow bottle is not specifically defined. The 
polyester resin can be prepared by a normal method 
using did. dicarboxylic acid, the polymerization catalyst, 
and the like described above. 

[0209] The production of a bottle container as the 



multilayered container having the thermoplastic polyes- 
ter layer will he described. 

[021 0] The method for producing such a container 
is not specifically defined, but coinjection blow molding 
5 is preferred in the light of productivity. In coinjection blow 
molding, a multilayered container precursor (parison) B 
formed generally by a molding machine equipped vmth 
two injection cylinders. In the molding machine, the sin- 
gle mold is at first clamped, and a molten polyester resin 
10 (PES) and a molten oxygen absorptive resin composi- 
tion of the present invention are injected into the mold 
from respective injection cylinders alternately at non- 
synchronized timings or simultaneously through con- 
centric nozzles, or by a combined manner. The coinjec- 
,5 tion in that manner gives the intended multilayered 
parison. Concretely, for example. (1) PES for the inner 
and outer layers is first injected, and then the resin com- 
position for the sandwiched layer is injected simultane- 
ously with the injection of PES to form the sandwiched 
20 layer simultaneously with the formation of the inner and 
outer layers, giving a three-layered container of 
PES/resin composition/PES: or (2) PES for the inner 
and outer layers is first injected, then the resin composi- 
tion is injected simultaneously with the injection of PES 
25 to form a layer simultaneously with the formation of the 
inner and outer layers, and at the same time or thereaf- 
ter PES for the core layer is injected simultaneously with 
the injection of the above PES and the resin composi- 
tion to form the core layer simultaneously with the for- 
30 mation of the above layers, giving a five-layered 
container of PES/resin composition/PES/resin compcsi- 
tion/PES. Anyhow, any ordinary methods can be 
employed tor producing bottomed parisons in which the 
resin composition layer is completely sealed with the 
35 PES layers. Therefore, the parison production does not 
require any specialized equipment. An adhesive resin 
layer may be interposed between the PES layer and the 
resin composition layer as required . 
[021 1 ] Regarding the conditions for injection mold- 
40 ing to give the bottomed parisons. PES is desirably 
Injeaed at a temperature in the range of 250 to 330°C, 
more preferably 270 to 320-C. even more preferably 
280 to aiO'C. If the injection temperature for PES is 
lower than 250°C. the PES pellets are not satisfactorily 
45 melted, and the resulting molded articles will have non- 
molten PES pellets (fisheyes). by which their appear- 
ance is worsened. In addition, the existing non-molten 
PES pallets lower the mechanical strength of the 
molded articles. In some extreme cases, the screw 
so torque tor the PES injection will inaease whereby the 
molding machine will have operational malfunctions. If 
the injection temperature for PES exceeds 330°C. PES 
will be highly decomposed to have a lowered molecular 
weight whereby the mechanical strength of the molded 
55 articles will be lowered. In addition, the PES decompo- 
sition gives off some vapors of acetaldehyde and the 
like by which the properties of the contents to be filled 
in the molded articles (e.g.. bottles) will be worsened. 
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Moreover, the oligomers resulting from the PES decom- 
position will greatly contaminate the mold, and the 
resultant molded articles wiii have a bad appearance. 
[0212] The oxygen absorptive resin conposition is 
desirably injected at a temperature in the range of 170 
to 250^C. more preferably 180 to 240*^0. even more 
preferably 190 to 230°C. If the injection temperature for 
the resin composition is lower than 170°C, the pellets of 
the resin composition are not satisfactorily melted, and 
the resulting molded articles will have non-molten frag- 
ments of pellets (fisheyes), by which their appearance is 
worsened. In some extreme cases, the screw torque for 
the injection of the resin composition will increase 
whereby the molding machine will have operational mal- 
functions. If the injection temperature for the resin com- 
position exceeds 250'*C. oxidation of the thernfX)plastic 
resin (a) will proceed to lower the oxygen absorption 
performance of the resin conrposition, whereby the gas 
barrier properties and the oxygen scavenging perform- 
ance tend to be lowered. In addition, the molded articles 
will be unfavorably colored and contain gelled materials 
whereby the appearance of the resulting molded arti- 
cles will be poor. Moreover, the flow of the resin compo- 
sition being injected will be disordered or blocked by 
vapors generated through decomposition of the resin 
composition and by the gelled materials, whereby the 
layer of the resin composition will have failed areas. In 
some extreme cases, the gelled nnaterials will make it 
impossil^le to continue the injection molding operation. 
In order to suppress the progress of the oxidation of the 
thernrioplastic resin (a) during melting, the supply hop- 
per may preferably be sealed with nitrogen. 
[0213] The oxygen absorptive resin conposition of 
the pxesent invention may be first formed into pellets by 
melt-blending the thernx)plastic resin (a), and optionally 
the gas barrier resin (b). the transition metal salt (c) and 
the like, and then the pellets may be supplied to the 
molding machine. Alternatively, the respective materials 
may be dry-t>lended. and then the dry blend may be fed 
to the molding machine. 

[0214] The temperature of the hot runner parts 
through which PES artd the resin composition run to be 
injected into the mold is desirat)ly in the range of 220 to 
300"C, rTK>re preferably 240 to 280 "C, even more pref- 
erably 250 to 270-C. 

[0215] H the tenperature of the hot runner parts is 
lower than 220**C. PES will crystallize and solidify in the 
hot runner parts. H so. the molding operation will 
become difficuft. If the tenperature of the hot runner 
parts exceeds 300°C. oxidation of the resin composrtion 
will proceed to lower the oxygen absorption perform- 
ance of the resin corrposition. whereby the gas barrier 
properties and the oxygen scavenging performance 
tend to be lowered. In addition, the molded articles will 
be unfavorably colored and contain gelled materials 
whereby the appearance of the resulting molded arti- 
cles will be poor. Moreover, the flow of the resin compo- 
sition being injected will be blocked by vapors generated 



through decomposition of the resin composition and by 
the gelled materials, whereby the layer of the resin com- 
position will have failed areas. In some extreme cases, 
the gelled materials will make it inpossible to continue 
5 the injection molding operation. 

[0216] In order to ensure good delamination resist- 
ance and appearance of the multilayered containers to 
be obtained from the bottomed parisons through stretch 
blow rTX)lding, it is important that the crystallization of 
10 PES and the gas barrier resin (b) is minimized as much 
as possible in the above injection molding stage. In that 
condition, the parisons can be uniformly stretched into 
good molded articles having good delamination resist- 
ance, transparency, and shape retentivity. In order to 
75 minimize the crystallization of PES and the gas barrier 
resin (b) in the parisons, the mold tenperature desirably 
falls in the range of 0 to 70"C, more preferably 5 to 50*C, 
e/en rrore preferably 10 to 30 *»C. If the mold tempera- 
ture is lower than 0**C, the dew formed around the TTX>id 
20 will worsen the appearance of the parisons. from which 
good molded articles will not be obtained. If the mold 
temperature exceeds 70^*0. the crystallization of PES 
arxl the gas bamer resin (b) will be promoted. As a 
result, the parisons fail to be uniformly stretched. arxJ 
25 the delamination resistance of the molded articles to be 
obtained from them through stretch blow molding will be 
low. In addition, it is difficult to obtain molded articles of 
the intended shape. Moreover, the PES crystallization 
lowers the transparency of the molded articles. 
30 [021 7] The total thickness of the parison is prefera- 
bly in the range of 2 to 5 mm, and the thickness of the 
oxygen absorptive resin composition layers is preferably 
in the range of 10 to 500 ^im in total. 
[0218] The thus-produced multilayered parison is 
35 directly in its high -tenperature state, or after having 
been re-heated to the temperature in the range of 75 to 
150**C with a heating means such as a block heater, an 
infrared heater, or the like, transferred to the next stretch 
blowing stage. In the stretch blowing stage, the parison 
40 is stretched one- to five-fold in the nr^chine direction, 
and thereafter blown one- to four-fold with compressed 
air or the like into a multilayered stretch-blown polyester 
container with the layers of PES artd the oxygen absorp- 
tive resin composition being uniaxially or baxially ori- 
45 ented. 

[0219] In the above stage, rf the tenperature at 
which the multilayered panson is heated is too high, the 
polyester will easily crystallize whereby the stretch- 
Wown container is whitened and its appearance 

50 becomes poor. In addition, the delamination of the 
stretch-blown container will increase unfavorably. If the 
temperature at which the multilayered parison is heated 
is too chromatography to determine the Na. K. and Mg 
ion contents. As the column of the chromatography. 

55 ICS-C25 (from Yokogawa Electric Corp.) was used. As 
the eluent, used was an aqueous solution containing 
5.0 mM tartaric acid and 1.0 mM 2.6-pyridinedicarboxy- 
lic acid. The quantification was based on the calibration 
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curves of aqueous solutions of sodium chloride, aque- 
ous solutions of potassium chloride, and aqueous solu- 
tions of magnesium chloride, respectively. From the 
thus-obtained Na ion. K ion. and Mg ion contents, 
derived were the alkali metal salt content and the alka- 
line-earth metal content of the dry chips in terms of the 
metal. 

(10) Oxygen absorption rate 

(10-1) Oxygen absorption rate of resin compound (1): 

[0220] The oxygen absorptive resin composition 
was subjected to extrusion molding to obtain films hav- 
ing a thickness of 20 ^m. A 0.01 m^ area of the resultant 
single-layer film (0.1 m x 0.1 m; surface area: 0.02 m ) 
was precisely taken, rolled one hour after the film forma- 
tion, and put into a 260 ml glass container filled with air 
of 20*0 and 65%RH containing oxygen and nitrogen at 
a volume ratio of 21:79. The opening of the glass con- 
tainer was then sealed with a muKilayered sheet includ- 
ing an aluminum layer using an epoxy resin, and left to 
stand at 20**C. The air inside the container was sampled 
with a syringe periodically after the sealing, to measure 
the oxygen concentration of the air by gas chromatogra- 
phy A small hole formed through the multilayered sheet 
tor sampling was sealed with the epoxy resin every time 
the hole was formed. The oxygen decrease amount was 
calculated from the volume ratio of oxygen to nitrogen m 
the air as measured by gas chromatography, so as to 
obtain the oxygen absorption amount low. the polyester 
will be crazed to be pearly whereby the transparency of 
the resulting container will be lowered. For these rea- 
sons, the temperature of the multilayered parison being 
heated preferably falls in the range of 85 to 140*>C . 
more preferably 90 to 1 30°C. even more preferably 95 to 
120*0. 

[0221] The total thickness of the body part of the 
stretch-blown container of the present invention gener- 
ally falls in the range of 100 to 2000 Mm. preferably 1 50 
to 1000 Mm. and may vary depending on the use of the 
container. In that part of the container, the total thick- 
ness of the oxygen absorptive resin composition layer is 
preferably in the range of 2 to 200 ^m. more preferably 

5 to 100 . 
[0222] Thus, the multilayered containers including 
the layer of the thernnoplastic resin or resin composition 
of the present invention and the thermoplastic polyester 
resin layer are obtained. The containers are given good 
transparency by appropriately preparing the composi- 
tions for the containers The containers also have excel- 
lent gas barrier properties and oxygen scavenging 
pertormance The containers are therefore suitable for 
packaging the materials susceptible to degradation in 
the presence of oxygen, such as foods and medicines. 
Especially, they can be used most suitably as contain- 
ers for drinks such as beer. 



(Examples) 

[0223] Hereinbelow, the present invention will be 
described in mae detail by way of examples, which. 
5 however, are not intended to restrict the scope of the 
invention. In the following examples, the samples were 
analyzed and evaluated in the following manner. 

(1) Styrene content, content of the structural unit repre- 
10 sented by formula (I) (vinyl bond content), and content 
of carbon-carbon double bonds of thermoplastic resin 
(a): 

[0224] The thermoplastic resin (a) was subjected to 
15 ^H-NMR (nuclear magnetic resonance) to obtain NMR 
spectra with deuterio chloroform as the solvent using 
jNM-GX-500 Mode! (from JEOL Ltd.). to identify the 
structure of the resin and calculate the above contents. 
[0225] As used herein, the styrene content refers to 
20 the amount (mol%) of styrene unit contained in all the 
monomer units constituting the resin. The content of the 
structural unit represented by formula (I) (vinyl bond 
content) refers to the proportion {%) of the structural 
unit represented by formula (I) (that is. the proportion of 
25 units forming vinyl bond) in alt the diene monomer units 
existing in a diene bock. The content of carbon-carbon 
double bonds was obtained by calculating the mole 
amount (eq/g) of the double bonds contained in 1 g of 
the resin. 



30 



(2) Melt flow rate: 



[0226] This was measured using a melt indexer. 
L244 (from Takara Industry). Ooncretely. chips of the 

35 sample resin (or resin composition) were filled into a cyl- 
inder having an Inner diameter of 9.55 mm and a length 
of 162 mm. and melted therein at 210<>0- A load was 
uniformly applied to the molten sample resin with a 
plunger having a weight of 2.160 g and a diameter of 

40 9-48 mm. by which the resin was extruded out of the cyl- 
inder through a center orifice having a diameter of 2.1 
mm. The flow rate (g/10 min) of the resin being 
extruded, i.e.. the melt flow rate, was measured. 

45 (3) Refractive index of resin: 

[0227] The resin to be measured was subjected to 
extrusion moWing to obtain non-oriented films having a 
thickness of 20 Mm. The refractive index of the resultant 

so films was measured using an Abbe refractometer (4T 
Model from Atago Co. Ltd.. SL-Na-I Ump from 
Toshiba Corp). The temperature of the resin being 
extruded was 210**0 when the resin was EVOH. 260*^0 
when the resin was polyamide. leO'^C when the resin 

55 was polyvinyl chloride, and 200^0 when the resin was 
polyacrylonitrile. 
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(4) Haze value: 

[0228] The resin or resin composition to be meas- 
ured was subjected to extrusion molding to obtain non- 
oriented films having a thickness of 20 ^im. The internal 
haze value of the resultant films was measured using a 
Poic integrating-sphere light transmittance/complete 
light reflectance meter (HR-100 Model from Murakami 
Color Technology Laboratories) according to ASTM 
D1 003-61 . Multilayer ed films were also subjected to the 
above measurement. As for multilayered bottles, the 
body of the bottle was divided into four portions around 
the circumference at its center. The internal haze values 
of the respective four portions were measured and aver- 
aged to determine the resulting mean value as the haze 
value of the bottle. 

(5) tan 6 primary dispersion peak temperature in block 
derived from diene compound of resin: 

[0229] The resin or resin composition to be meas- 
ured was subjected to extrusion molding to obtain non- 
oriented films having a thickness of 20 ^m. The result- 
ant films were used to measure the tan ^ primary dis- 
persion peak temperature in a block derived from the 
diene compound of the resin using DVE RHEOSPEC- 
TOLER DVE-V4 (from Rheology Co,. Ltd.) under the 
conditions of a frequency of 11 Hz, a displacement 
arrplitude of 10 ^m. an inter-chuck distance of 20 mm. 
a width of 5 mm, a measurement temperature range of 
-150 to 150*'C. and a temperature rise rate of S^'C/min. 

(6) Ethylene content and degree of saponification of pol- 
yvinyl alcohol resin (b1): 

[0230] The ethylene content and the degree of 
saponification of the polyvinyl alcohol resin (b1) were 
obtained from ^H-NMR (nuclear magnetic resonance) 
speara with deuterio dimethyl sulfoxide as the solvent 
using JNM-GX-500 Model (from JEOL Ltd.). 

(7) Contents of structural units of polyester: 

[0231 1 The contents of respective structural units of 
polyester were obtained from ^H-NMR (nuclear mag- 
neUc resonance) spectra with deuteno trrfluoroacetic 
acid as the solvent using JNM-GX-500 Model (from 
JEOL Ltd.). 



through ion chromatography to determine the phos- 
phoric acid ion content. As the column of the chroma- 
tography, CIS-A23 (from Yokogawa Electric Corp.) was 
used. As the eluent, used was an aqueous solution con- 
5 taining 2.5 mM sodium carbonate and 1.0 mM sodium 
hydrogencarbonate. The quantification was based on 
the calibration curve of aqueous solutions of phosphoric 
acid. 

10 (9) Na, K, Mg ion contents of polyvinyl alcohol resin 
(b1): 

[0233] Ten grams of the sanple dry chips were put 
into 50 ml of 0.01 N hydrochloric acid, and stin-ed at 

IS 95°C for six hours. The resulting aqueous solution was 
quantitatively analyzed through ion of the resin compo- 
sition at each measurement time. From graph represen- 
tation of the results, the oxygen absorption rate (ml/m^ 
• day) of the resin composition at the time when the 

20 highest rate was observed was determined. This calcu- 
lation method was employed in Example 1. 

(10-2) Oxygen absorpton rate of resin conposition (2): 

25 [0234] The resin composition was subjected to 
extrusion molding to obtain films having a thickness of 
20 pm. A 0.9 m^ area of the resultant single-layer film 
(0.2 m X 4.5 m: surface area: 1.8 m^) was rolled five 
hours after the film formation, and put into a 375 ml 

30 Erlenmeyer flask filled with air of 20 ''C and 65%RH 
containing oxygen and nitrogen at a volume ratio of 
21 :79. The opening of the flask was then sealed with a 
multilayered sheet including an aluminum layer using an 
epoxy resin, and left to stand at 20^C. The air inside the 

35 container was sampled with a syringe 48 hours. 96 
hours, and 192 hours after the sealing to measure the 
oxygen concentration of the air by gas chromatography. 
A small hole formed through the multilayered sheet for 
sampling was sealed with the epoxy resin every time the 

40 hole was formed. The oxygen decrease amount (i.e., 
oxygen absorption amount) was calculated from the vol- 
ume ratio of oxygen to nitrogen in the air as measured 
by gas chromatography. The oxygen absorption rate 
(ml/m^ • day) of the resin composition was determined 

45 by dividing the oxygen decrease arTX)unt for six days 
from day 2 to day 8 by the number of days and the sur- 
face area. This calculation method was employed in 
Examples 2 to 8 and Comparative Example 1 . 



(8) Phosphoric acid radical content of polyvmyl alcohol so 
resin (bl) 

[0232] The' phosphoric acid radical content was 
measured in terms of the phosphoric acid ions (PO4 * 
by the following method. Ten grams of a dry sample of ss 
the polyvinyl alcohol resin was put into 50 ml of 0.0 IN 
hydrochloric acid, and stirred at 95''C for six hours. The 
resulting aqueous solution was quantitatively analyzed 



(1 1) Oxygen transmission rate of gas barrier resin (b); 

[0235] The gas barrier resin (b) was subjected to 
extrusion molding to obtain non-oriented films having a 
thickness of 20 nm. The resultant films were adjusted in 
temperature and humidity to 20"C and 65%RH. to 
measure the oxygen transmission rate using an oxygen 
transmission amount measurement device (OX-TRAN- 
10/50Afrom Modern Control Corp.). The temperature of 
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the resin being extruded was 210"C when the resin was 
EVOH. 260°C when the resin was polyamide. 160°C 
when the resin was polyvinyl chloride, and 200*^0 when 
the resin was polyacrylonitrile. 

(12) Limiting viscosity of polyester: 

[0236] A sample film layer was taken out of the pol- 
yester layer of the body part of a multiiayered container 
and dissolved in a 1/1 (by weight) mixed solvent of phe- 
nol and tetrachioroethane. The viscosity of the resultant 
solution was measured at 3CrC using an Ubbelohde's 
viscometer (HRK-3 Model from Hayashi Seisakusho). 

(13) Glass transition temperature and melting point of 
polyester: 

[0237] A sample film layer was taken out of the pol- 
yester layer of the body part of a multiiayered container, 
and the measurement was carried out according to J IS 
K7121 by differential scanning calorimetry (DSC) using 
a differential scanning calorimeter (DSC) 
RDC220/SSC5200H hAo6e\ (from Seiko Electronics 
Industry). Precisely, the sample was kept at 280^C for 
five minutes, cooled to 30**C at a cooling rate of 
1 0O^C/min. kept at the temperature for five minutes, and 
then heated at a heating rate of 10**C/min. Through the 
above heat cycle, the glass transition temperature and 
the melting point were obtained. For temperature cali- 
bration, indium and lead were used. The glass transition 
temperature as referred to herein indicates the midway 
glass transition tenrperature (Tmg) according to J IS 
K7121. and the melting point as referred to herein indi- 
cates the melting peak temperature (Tpm) according to 
the same. 

(14) Oxygen transmission amount of multiiayered film 
(1) 

[0238] The oxygen transmission amount of a multi- 
layered film was measured in an atmosphere of 
adjusted terrperature and humidity of 20°C and 85%RH 
using an oxygen transmission arTX)unt measurement 
device (OX-TRAN-IO/SOA from Modern Control Corp.). 
The multiiayered film was placed in the device so that 
the layers of the film be in the order of [oriented polypro- 
pylene film layer / urethane adhesive layer / oxygen bar- 
rier film layer / urethane adhesive layer / oxygen 
scavenging film layer / urethane adhesive layer / ori- 
ented polypropylene film layer] from the side of the oxy- 
gen supply cell toward the nitrogen supply cell The 
measurement was carried out periodically over 720 
hours starting 24 hours after the film formation This 
method was employed in Example 1 



(15) Oxygen transmission amount of multiiayered film 
(2) 

[0239] A multiiayered film including the resin com- 
5 position layer and the oriented polypropylene film was 
used. The oxygen transmission amount of this film was 
measured in an atmosphere of adjusted tenrperature 
and humidity of 20*»C and 85%RH using the oxygen 
transmission amount measurement device (OX-TRAN- 
10 1 0/50A from Modern Control Corp.). The measurement 
was earned out periodically over 300 hours starting 24 
hours after the film formation. This method was 
employed in Examples 2 to 8 and Comparative Example 
1. 

15 

(16) Oxygen absorption amount of multiiayered con- 
tainer 

[0240] A pouch made of a multiiayered film was 
20 filled with 300 ml of air of 20°C and 65%RH containing 
oxygen and nitrogen at a volume ratio of 21:79. The 
pouch was sealed and left to stand at 20°C. The air was 
sampled with a syringe periodically after the sealing, to 
measure the oxygen concentration of the air by gas 
25 Chromatography. A small hole formed through a multi- 
layered sheet for sampling was sealed with an epoxy 
resin every time the hole was formed. The oxygen 
decrease amount was calculated from the volume ratio 
of oxygen to nitrogen in the air as measured by gas 
30 Chromatography to determine the oxygen absorption 
rate. 

(17) Oxygen transmission amount of multiiayered con- 
tainer 



35 

[0241] The oxygen transmission amount of a 
molded bottle itself was measured ten days after the 
molding by the following process. The bottle was stored 
for 1 0 days in an air atmosphere of 20"C and 65%RH for 

40 the outside of the bottle in an air atmosphereof 20"C 
and 100%RH for the inside thereof. After the storage, 
the bottle was measured using the oxygen transmission 
amount measurement device (OX-TRAN-10/50A from 
Modern Control Corp.). to obtain the oxygen transmis- 

45 sion amount per container (ml/container -day -atm). 
Thereafter, the bottle was stored for three months in an 
air atmosphere of 20'»C and 65%RH for the outside of 
the bottle and in a nitrogen atmosphere of 20**C and 
100%RH for the inside thereof. After the storage, the 

50 bottle was again measured for the oxygen transmission 
amount per container (ml/container -day • atm) 

(Example 1) 

55 [0242] The thermoplastic resin (a) containing an 
antioxidant was prepared in the following manner, 
[0243] Into an autoclave equipped with a stirrer 
cleaned with dry nitrogen. 600 parts by volume of 
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cyclohexane. 0. 16 parts by volume of N.N,N\N'-tetram- 
ethylethylenediamine (TMEDA). arxJ 0.094 parts by vol- 
ume of n-BuLi as an initiator were placed. After the 
temperature v/as raised to 50**C. 4.25 parts by volume 
of a styrene monomer were fed to the autoclave to be 5 
polymerized for 1.5 hours. Atter the temperature was 
lowered to 30°C, 120 parts by volume of isoprene were 
fed to the autoclave to be polymerized for 2.5 hours. The 
temperature was raised again to SO^'C. and 4.25 parts 
by volume of the styrene monomer were fed to be 70 
polymerized for 1.5 hours. 

[0244] To the resultant reaction mixture were added 
2-tert-butyl-6-(3-tert-butyi-2-hydroxy-5-methylbenzyl)-4- 
methylphenylacryiate and pentaerythrrtoltetrakis(3-lau- 
rylthiopropionate) as an antioxidant in an amount of is 
0.15 phr each with respect to the total weight of styrene 
and isoprene. The resultant reaction mixture was 
poured into methanol to allow the ternary block copoly- 
mer to precipitate. The precipitate was dried to obtain 
the thermoplastic resin (a) containir>g an antioxidant. 20 
[0245] The thus-obtained ternary block copolymer 
had a number-average molecular weight of 85000. The 
molecular weight of each styrene t\ock of the copolymer 
was 8500 and the styrene content thereof was 1 4 mol%. 
As for the isoprene block, the vinyl bond content was 25 
55% and the content of the structural unit represented 
by formula (I) was 55%. The content of carbon-carbon 
double bonds in the ternary block copolymer was 0.014 
eq/g. and the melt flow rate was 7.7 g/10 min. The resin 
included 0.12% by weight of 2-tert-butyl-6-(3-tert-butyl- 30 
2-hydroxy-5-methylt5enzyl)-4-methylphenylaaylate and 
0.12% by weight of pentaerythritoltetrakis(3-laurylthio- 
propionate). 

[0246] The refractive index and haze value of the 
resultant thermoplastic resin (a) containing an antioxi- 35 
dant were measured, and the results were 1.531 and 
1 .0%. respectively. 

[0247] The tan b primary dispersion peak tempera- 
ture in a block derived from the diene compound of the 
resin was measured and found to be -3"C. ^0 
[0248] A hundred parts by weight of the above ther- 
moplastic resin and 0.8484 parts by weight of cobalt (11) 
stearate (0.0800 parts by weight in terms of cobalt 
atoms) were dry-blended, and the blend was extruded 
using a 30 mm dia. biaxial extruder (TEX-30SS- 45 
30CRW-2V from The Japan Steel Works. Ltd.) under 
the conditions of a screw rotational speed of 300 rpm 
and an extruded resin amount of 25 kg/hour at 210**C. 
and pellebzed. The pellets were dried under reduced 
pressure for 16 hours at 30'C, to obtain the oxygen 50 
absorptive resin composition The melt flow rate of the 
resin conposition was 7.1 g/10 min (210**C. 2160 g 
load) 

[0249] The above resin composition was subjected 
to extrusion molding at 210**C. to obtain a film having a 55 
thickness of 20 ^im. The internal haze value of the film 
was measured and found to be 0.5%. The oxygen 
absorption amount of the film was measured by the 



method described under clause (10-1) above. The 
results are as shown in Figure 1. From the graph 
obtained, the oxygen absorption rate of the resin com- 
position was determined to t>e 95 mi/m^ day. 
[0250] A laminate film was produced from the film 
(oxygen absorptive film) made of the above resin com- 
position in the following manner. An oriented polypropyl- 
ene film having a thickness of 20 ^lm (OP-#20 U-1 from 
Tohcello Co., Ltd.) was laminated with the oxygen 
absorptive film via a urethane adhesive (a tolu- 
ene/methyl ethyl ketone mixed solution (weight ratio 
1:1) of an adhesive (AD335A from Toyo Morton Ltd.) 
and a curing agent (Cat-10 from Toyo Morton Ltd.)). On 
the other surface of the oxygen absorptive film were 
laminated an oxygen barrier film having a thickness of 
15 pm (EVALfilm EF-F#15 from Kuraray Co.. Ltd.) and 
an oriented polypropylene film having a thickness of 20 
^m {OP-#20 U-1 from Tohcello Co.. Ltd.) in this order 
via the same urethane adhesive. In this way. a multilay- 
ered film having a structure of oriented polypropylene 
film layer / urethane adhesive layer / oxygen barrier film 
layer / urethane adhesive layer / oxygen at)sorptive film 
layer / urethane adhesive layer / oriented polypropylene 
film layer was obtained. The haze of this multilayered 
film was 2.7%. The oxygen transmission amount of the 
multilayered film was measured periodically, and the 
results shown in Figure 2 were obtained. 
[0251] A 30 cm X 30 cm pouch was produced by 
laminating two of the above multilayered films and heat- 
sealing them together so that the oxygen barrier film 
layer is located closer to the outside and the oxygen 
absorptive film layer is located closer to the contents 
inside. The oxygen absorption amount of the resultant 
pouch was measured, and the results shown in Figure 3 
were obtained. 

(Example 2) 

[0252] The thermoplastic resin (a) containing an 
antioxidant was prepared in substantially the same 
manner as that in Example 1. EVOH, one of the polyvi- 
nyl alcohol resin (b1). was used as the gas barrier resin 
(b). EVOH had an ethylene content of 32 mol%. a 
degree of saponrf ication of S9.5%. and a melt flow rate 
(210^0. 2160 g load) of 8.4 g/10 min The phosphoric 
add radical content and the contents of Na. K. and Mg 
ions of EVOH were measured, arxj the results were 100 
ppm. 20 ppm. 60 ppm, and 20 ppm. respectively. The 
refractive index of EVOH was measured and found to be 
1.533. The oxygen transmission rate of EVOH was 0.4 
ml •20nnVfT^ *day 'atm. 

[0253] Five parts by weight of the above thernrK)- 
plastic resin (a). 95 parts by weight of EVOH. and 
0-2121 parts by weight of cobalt (II) stearate (0.0200 
parts by weight in terms of cobalt atoms) were dry- 
blended, and the b>iend was extruded using a 30 mm 
dia. biaxial extruder (TEX-30SS-30CRW-2V from The 
Japan Steel Works. Ltd.) under the conditions of a 
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screw rotational speed of 300 rpm and an extruded 
resin amount of 25 kg/hour at 210^0. and pelletized. 
The pellets were dried under compression for 16 hours 
at 30**C, to obtain resin composition pellets. The melt 
flow rate of the resin composition was 9.5 g/10 min 
{210**C. 2160 g load). The cutting plane of the resultant 
resin composition pellet was observed with an electron 
microscope, and it was found that about 1 ^im dia. parti- 
cles of the ternary block copolymer as the thermoplastic 
resin (a) were dispersed in a matrix of EVOH. 
[0254] The resultant resin composition was sub- 
jected to extrusion molding at 210"C to obtain a film 
having a thickness of 20 pm. The internal haze of the 
resultant single-layer film was 1.0%. The oxygen 
absorption amount of the film was measured, and the 
results shown in Figure 4 were obtained. The oxygen 
absorption rate of the resin composition was calculated 
from the measurement results after two days (48 hours) 
and eight days (192 hours) (according to the method 
described under clause (10-2) above), and determined 
to be 0.498 ml/m^ • day. 

[0255] Oriented polypropylene films each having a 
thickness of 20 (OP-#20 U-1 from Tohcello Co.. Ltd.) 
was laminated on both surlaces of the above film made 
of the resin composition via a urethane adhesive (a tol- 
uene/methyl ethyl ketone mixed solution (weight ratio 
1:1) of an adhesive (AD335A from Toyo Morton Ltd.) 
and a curing agent (Cat-10 from Toyo Morton Ltd.)). to 
obtain a multilayered film. The haze of this multilayered 
film was 2.3%. The oxygen transmission amount of the 
multilayered film was measured periodically and the 
results shown in Figure 5 were obtained. 
[0256] The above resin composition was then sub- 
jected to coinjection Wow molding, together with a ther- 
moplastic polyester resin described below, to produce a 
multilayered blow bottle. 

[0257] The thermoplastic polyester resin was pre- 
pared using germanium dioxide as a polymerization cat- 
alyst. The contents of respective stnjctural units of the 
polyester resin (PES) were measured through NMR. As 
a result, the contents of the terephthalic acid unit, the 
ethylene glycol unit, and the diethylene glycol unit were 
50.0 rrxjrA. 48 9 ^Ty^r^. and 1.1 nfX)f%. respectively 
[0258] The limiting viscosity, the melting point, and 
the glass transition temperature were 0.83 dl/g. 252 
. and 80 **C . respectively. 

[0259] The co«njection l>low molding was performed 
using a coinjection stretch Wow nrx)tding machine (ASB- 
50HT Model from Nissei ASB; for two moldings of 750 
ml each), to obtain a two-resin, three-layered panson of 
PES/resin composition/PES In this coinjection Wow 
molding, the temperatures were 290*^0 in the PES injec- 
tion zone. 220 in the injection zone of the thernx>-' 
plastic resin composition. 260**C in the hot runner block 
in which the two resins are combined. 15°C in the injec- 
tion mold core, and 15°C in the injection mold cavity. 
[0260] Thereafter, the parison was heated to 105 
°C at its surface, and subjected to stretch blow molding 



to obtain a two-resin, three-layered, coinjection Wow 
molded bottle. In the body part of the bottle, the mean 
thickness of the inner PES layer, that of the sandwiched 
layer of the resin composition, and that of the outer PES 

5 layer were 200 ^m, 20 ^m. and 70 [im, respectively 
[0261] The haze of the body part of the bottle was 
measured and found to be 2.7%. The oxygen transmis- 
sion amount of the bottle ten days after the formation 
and that after three-month storage were measured, and 

10 the results were both 0.00 cc/container * day • atm. 

(Example 3) 

[0262] The oxygen absorptive resin conrposition 
15 was prepared in substantially the same noanner as that 
in Example 2. using 5 parts by weight of thermoplastic 
resin (a) obtained in Example 1 and 95 parts by weight 
of EVOH and 0.1060 parts by weight of cobalt (11) stea- 
rate (0.0100 parts by weight in terms of cobalt atoms) 
20 used in Example 2. The melt flow rate of the resin com- 
position was 9.3 g/10 min (210°C. 2160 g load). The 
cutting plane of the resultant resin composition pellet 
was observed with an electron miaoscope. and it was 
found that about 1 dia. particles of the ternary block 
25 copolymer as the thermoplastic resin (a) were dis- 
persed in a matrix of EVOH. 

[0263] The resultant resin composition was sub- 
jected to extrusion molding at 210°C to obtain a film 
having a thickness of 20 ^m. The internal haze of the 

30 resultant single-layer film was measured and found to 
be 0.9%. The oxygen absorption amount of the film was 
measured, and the results shown in Figure 4 were 
obtained. The oxygen absorption rate of the resin com- 
position was calculated from the measurement results 

35 after two days and eight days (according to the method 
described under clause (10-2) above), and determined 
to be 0.280 ml/m^ -day 

[0264] A multilayered film was then produced in 
substantially the same manner as that in Example 2. 
40 The haze of the resultant multilayered film was 2.2%. 
The oxygen transmission amount of the multilayered 
film was measured periodically and the results shown in 
Figure 5 were obtained. 

[0265] The above resin composition and the same 
45 thermoplastic polyester resin as that used in Example 2 
were subjected to coinjection Wow molding in the man- 
ner described in Example 2. to produce a multilayered 
blow bottle In this way. a two-resin, three-layered, coin- 
jection blow molded bottle was obtained. In the body 
so part of the bottle, the mean thickness of the inner PES 
layer, that of the sandwiched layer of the resin composi- 
tion, and that of the outer PES layer were 200 pm. 20 
pm. and 70 pm. respectively 

[0266] The haze of the body part of the bottle was 
55 measured and found to be 2.67o. The oxygen transmis- 
sion amount of the bottle ten days after the formation 
and that after three-month storage were measured, and 
the results were both 0.00 cc/container • day • atm. 
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(Example 4) 



[0267] The oxygen absorptive resin composition 
was prepared in sutjstantially the same manner as that 
in Example 2. using 10 parts by weight of thernrwplastic s 
resin (a) obtained in Example 1 and 90 parts by weight 
of EVOH and 0.2121 parts by weight of cobalt (II) stea- 
rate (0.0200 parts by weight in terms of cobalt atoms) 
used in Example 2, The melt flow rate of the resin com- 
position was 9.0 g/10 min (210°C. 2160 g load). The io 
cutting plane of the resultant resin composition pellet 
was observed with an electron microscope, and it was 
found that about 1 dia. particles of the ternary block 
copolymer as the thermoplastic resin (a) were dis- 
persed in a matrix of EVOH. 

[0268] The resultant resin corrposition was sub- 
jected to extrusion molding at 210-^0 to obtain a film 
having a thickness of 20 pm. The oxygen absorption 
amount of the film was measured, and the results 
shown in Figure 4 were obtained. The oxygen absorp- 20 
tion rate of the resin composition was calculated from 
the measurement results after tv«) days and eight days 
(according to the method described under clause (10-2) 
above), and determined to be 0.595 ml/m^ -day 
[0269] A multilayered film was then produced in 25 
substantially the same manner as that in Example 2. 
The oxygen transmission amount of the multilayered 
film was measured periodically, and the results shown in 
Figure 5 were obtained. 

[0270] The above resin composition and the same 30 
thermoplastic polyester resin as that used in Example 2 
were subjected to coinjection blow molding in the man- 
ner described in Example 2. to produce a multilayered 
blow txjttle. A two-resin, three-layered, coinjection blow 
molded bottle was obtained. In the body part of the bot- 35 
tie. the mean thickness of the inner PES layer, that of 
the sandwiched layer of the resin composition, and that 
of the outer PES layer were 200 nm. 20 jim. and 70 ^m. 
respectively 

[0271 ] The oxygen transmission anxDunt of the bot- 40 
tie ten days after the formation and that after a three- 
month storage were measured, and the results were 
tx)lh 0.00 cc/container 'day ^atm. 

(Example 5) 

[0272] The oxygen absorptive resin composition 
was prepared m substantially the same manner as that 
in Exarrple 2. using 5 parts by weight of thermoplastic 
resin (a) obtained in Example 1. 95 parts by weight of so 
EVOH having an ethylene content of 44 nrx>l%. a degree 
of saponHicatbn of 99 5%. a meH flow rate (210°C. 
2160 g load) of 13 0 g/10 mm. a refractive index of 
1 528. and an oxygen transmission rate of 1.5 ml -20 
nm/m2 .day -atm. and 0.2121 parts by weight of cobalt 55 
(II) stearate (0.0200 parts by weight in terms of cobalt 
atoms). The melt flow rate of the resin composition was 
10.5 g/10 min (210°C. 2160 g load). The cutting plane of 



the resultant resin composition pellet was observed with 
an electron microscope, and it was found that about 1 
^im dia. particles of the ternary block copolymer as the 
thermoplastic resin (a) were dispersed in a matrix of 
EVOH. 

[0273] The resultant resin composition was sub- 
jected to extrusion molding at 210*'C to obtain a film 
having a thickness of 20 ^m. The internal haze of the 
resultant single-layer film was measured and found to 
be 1.7%. The oxygen absorption amount of the film was 
measured, and the results shown in Figure 4 were 
obtained. The oxygen absorption rate of the resin com- 
position was calculated from the measurement results 
after two days and eight days (according to the method 
described under clause (10-2) above), and determined 
to be 1.344 ml/m^ -day 

[0274] A multilayered film was then produced in 
substantially the same manner as that in Example 2. 
The haze of the resultant multilayered film was 2.9%. 
The oxygen transmission amount of the multilayered 
film was measured periodically, and the results shown in 
Figure 5 were obtained. 

[0275] The above resin composition and the same 
thermoplastic polyester resin as that used in Example 2 
were subjected to coinjection blow molding in the man- 
ner described in Example 2, to produce a multilayered 
blow bottle. A two-resin, three-layered, coinjection blow 
molded bottle was obtained. In the body part of the bot- 
tle, the mean thickness of the inner PES layer, that of 
the sandwiched layer of the resin composition, and that 
of the outer PES layer were 200 ^im, 20 ^m. and 70 fim. 
respectively 

[0276] The haze of the body part of the bottle was 
measured and found to be 3.3%. The oxygen transmis- 
sion amount of the bottle ten days after the formation 
and that after a three-month storage were measured, 
and the results were both 0.00 cc/container • day • atm. 

(Comparative Exanple 1) 

[0277] The EVOH resin used in Example 2 only was 
subjected to extrusion molding at a 210*'C to obtain a 
film having a thickness of 20 p^- internal haze of 
the resultant single-layer film was measured and found 
to be 0.7%. The oxygen absorption amount of the film 
was measured, and the results shown in Figure 4 were 
obtained. The oxygen absorption rate of the resin com- 
position was calculated from the measurement results 
after two days and eight days, and determined to be 
0.000 ml/m^ -day. 

[0278] A multilayered film was then produced in 
substantially the same manner as that in Example 2. 
The haze of the resultant multilayered film was 2.0%. 
The oxygen transmission amount of the multilayered 
film was measured periodically, and the results shown in 
Figure 5 were obtained. 

[0279] The above EVOH resin and the same ther- 
moplastic polyester resin as that used in Example 2 
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were subjected to coinjection blow molding in the man- 
ner described in Example 2. to produce a multilayered 
blow bottle. A two-resin, three-layered, coinjection blow 
molded bottle was obtained. In the body part of the bot- 
tle, the mean thickness of the inner PES layer, that of 
the sandwiched layer of EVOH. and that of the outer 
PES layer were 200 ^m, 20 um. and 70 ^m. respec- 
tively 

[0280] The haze of the body part of the bottle was 
measured and found to be 2.4%. The oxygen transmis- 
sion amount of the bottle ten days after the formation 
and that after a three-month storage were measured, 
and the results were both 0. 02 cc/contalner -day 
•atm. 

[0281] The results of the above tests are shown in 
Table 1 below. 
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(Example 6) 

[0282] The thermoplastic resin (a) containing an 
antioxidant was prepared in substantially the same 
manner as that in Example 1. Polycaproamide (1030B 
from Ube Industries. Ltd.) was used as the gas barrier 
resin (b). The refractive index of the polycapromamide 
was 1.533, and the oxygen transmission rate thereof 
was 80 ml • 20 ^m/m^ • day • atm. 
[0283] Five parts by weight of the above thermo- 
plastic resin (a). 95 parts by weight of polycaproamide, 
and 0.2121 parts by weight of cobalt (II) stearate 
(0.0200 parts by weight in ternrrs of cobait atoms) were 
dry-Wended. arxJ the t^erd was extruded using a 30 
mm d»a biaxial extruder (TEX-30SS-30CRW-2V from 
The Japan Steel Works. Ud.) under the conditions of a 
screw rotational speed of 300 rpm and an extruded 
resjn amount of 25 kgAiour at 260*'C. and pelletized. 
The obtained pellets were dried under reduced pres- 
sure for 16 hours at 30°C. to obtain resin composition 
pellets. The cutting plane of the resultant resin compo- 
srtion pellet was observed using electron microscope, 
and ft was found that about 1 pm dia. particles of the ter- 
nary block copolymer as the thermoplastic resin (a) 
were dispersed in a matrix of polycaproamide. 
10284] The resuttant resin conposition was sub- 
jected to extrusion molding at 260°C to obtain a film 
having a thickness of 20 m^- The internal haze of the 
film was measured and found to be 1.2%. The oxygen 
absorption amount of the film was measured, and the 
results shown in Figure 6 were obtained. The oxygen 
absorption rate of the resin composition was calculated 
from the measurement results after two days (48 hours) 
and eight days (192 hours) (according to the method 
described urxjer clause (10-2) above), and determined 
tobe2.618ml/m^ •day 

[0285] Oriented polypropylene films each having a 
thickness of 20 (OP-#20 U-1 from Tohcello Co.. Ud.) 
was laminated on tx)th surfaces of the film made of the 
resin composition via a urethane adhesive (a tolu- 
ene/methyl ethyl ketone mixed solution (weight ratio 
1:1) of an adhesive (AD335A from Toyo Morton Ltd.) 
and a curing agent (Cal-IO from Toyo Morton Ltd.)). to 
obtain a rrwllilayered f«m. The haze of this multilayered 
film was 2.4% The oxygen transnrvssion amount of the 
multilayered filnn was measured four days after the film 
formation, and found to be 6.8 ml -20 pm/m^ -day 
•atm. 

10286) The atove resin composition and the same 
ther moplasbc polyester resin as that used in Example 2 
were then subjected to coinjection blow molding, to pro- 
duce a muhilayered Wow bottle. 

[0287] The comjeclion t)low molding was performed 
using a coinjection stretch blow nnolding machine (ASB- 
50HT Model from Nissei ASB; for two moldings of 750 
ml each), to obtain a two-resin, three-layered parison of 
PESyresin composition/PES. In this coinjection blow 
molding, the temperatures were 290°C in the PES injec- 



tion zone. 260 *'C in the injection zone of the thermo- 
plastic resin composition. 280°C in the hot runner block 
in which the two resins are combined, 1 5 *C in the injec- 
tion mold core, and 1 5**C in the injection mold cavity. 

5 [0288] Thereafter, the parison was heated to 105 
at its surface, and subjected to stretch blow molding 
to obtain a two-resin, three-layered, coinjection blow 
molded bottle In the body part of the bottle, the mean 
thickness of the inner PES layer, that of the sandwiched 

10 layer of the resin composition, and that of the outer PES 
layer were 200 \m, 20 ^m. and 70 ^m. respectively 
[0289] The haze of the body part of the bottle was 
measured and found to be 2.7%. The oxygen transmis- 
sion amount of the bottle was also measured and found 

75 to be 0.02 cc/container -day - atm. 

(Example 7) 

[0290] The thermoplastic resin (a) containing an 

20 antioxidant was prepared in substantially the manner as 
that in Example 1. Polyvinyl chloride (ESMEDICA 
V6142E from Sekisui Chemical Co.. Ltd.) was used as 
the gas barrier resin (b). The refractive index of the pol- 
yvinyl chloride was 1 .535. and the oxygen transmission 

25 rate thereof was 1 60 ml • 20 jim/m^ • day • atm. 

[0291] Five parts by weight of the above thermo- 
plastic resin (a). 95 parts by weight of polyvinyl chloride, 
and 0.2121 parts by weight of cobalt (II) stearate 
(0.0200 parts by weight in terms of cobalt atoms) were 

30 dry-blended, and the Wend was extruded using a 30 
mm dia. biaxial extruder (TEX-30SS-30CRW-2V from 
The Japan Steel Works. Ltd.) under the conditions of a 
screw rotational speed of 300 rpm and an extruded 
resin amount of 25 kg/hour at 160''C. and pelletized. 

35 The obtained pellets were dried under reduced pres- 
sure for 16 hours at SO^'C, to obtain resin composition 
pellets. The cutting plane of the resultant resin compo- 
sition pellet was obsen/ed using electron microscope, 
and it was found that about 2 yim dia. particles of the ter- 

40 nary block copolymer as the thermoplastic resin (a) 
were dispersed in a n^trix of polyvinyl chloride. 
[0292] The resultant resin composition was sub- 
jected to extrusion molding at 160-C to obtain a film 
having a thickness of 20 ^m. The internal haze of the 

45 singte-layer film was measured and found to be 2.9%. 
The oxygen absorption amount of the film was meas- 
ured, and the results shown in Figure 6 were obtained. 
The oxygen at>sorption rate of the resin connposition 
was calculated from the measurement results after two 

50 days (48 hours) and eight days (192 hours) (according 
to the method described under clause (10-2) above), 
and determined to be 4.105 ml/m^ • day 
[0293] A multilayered film was produced in substan- 
tially the same manner as that in Example 6. The haze 

55 of this multilayered film was 3.5%. The oxygen transmis- 
sion amount of the multilayered film was measured four 
days after the film formation, and found to be 12.8 ml 
• 20 \ivrJvr? • day • atm. 
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(Example 8) 



[0294] The thermoplastic resin (a) containing an 
antioxidant was prepared in substantially the same 
manner as that in Example 1. Polyacrylonitrile (BAREX 
1000 from Mitsui Chemical Co., Ltd.) was used as the 
gas barrier resin (b). The refractive index of the poly- 
acrylonitrile was 1.525 and the oxygen transmission 
rate thereof was 6.9 ml • 20 ^m/m^ • day • atm. 
[0295] Five parts by weight of the above thermo- 
plastic resin (a). 95 parts by weight of polyacrylonitrile. 
and 0.2121 parts by weight of cot>alt (11) stearate 
(0.0200 parts by weight in terms of cobalt atoms) were 
dry-Wended, and the blend was extruded using a 30 
mm dia. biaxial extruder (TEX-30SS-30CRW-2V from 
The Japan Steel Works. Ltd.) under the conditions of a 
screw rotational speed of 300 rpm and an extruded 
resin amount of 25 kg/hour at 200°C. and peltetized. 
The obtained pellets were dried under reduced pres- 
sure for 16 hours at SO^'C. to obtain resin composition 
pellets. The cutting plane of the resultant resin compo- 
sition pellet was observed using electron microscope, 
and it was found that about 2 dia. particles of the ter- 
nary block copolymer as the thermoplastic resin (a) 
were dispersed in a matrix of polyacrylonitrile. 
[0296] The resuKant resin composition was sub- 
jected to extrusion molding at aOO^'C to obtain a film 
having a thickness of 20 pm. The internal haze of the 
single film was measured and found to be 4.9%. The 
oxygen absorption amount of the film was measured, 
and the results shown in Figure 6 were obtained. The 
oxygen absorption rate of the resin composition was 
calculated from the measurement results after two days 
(48 hours) and eight days (192 hours) (according to the 
method described under dause (10-2) above), and 
determined to be 1 .770 ml/m^ • day. 
[0297] A multilayered film was produced in substan- 
tially the same manner as that in Example 6. The haze 
of this multilayered film was 6.5%. The oxygen transmis- 
sion amount of the multilayered film was measured four 
days after the film formation, and found to be 0.7 ml • 20 
pm/m^ "day •atm. 

[0298] The results of the above tests are shown in 
Table 2 below. 
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(Example 9) 

[0299] The multilayered film produced in Example 1 
was stanped into the shape of a gasket that fits a poly- 
propylene screw cap body having an outer diameter of s 
65 mm and a bottom thickness of 1 .2 mm. The resultant 
gasket-shaped film was attached to the screw cap body 
so that the layered structure of [oriented polypropylene 
film layer / urethane adhesive layer / oxygen barrier film 
layer / urethane adhesive layer / oxygen absorptive film 
layer / urethane adhesive layer / oriented polypropylene 
film layer] be positioned with the oxygen barrier film 
layer being closer to the cap body and the oxygen 
absorptive film layer being closer to the contents. The 
resultant cap equipped with the gasket was supplied to 75 
a mold of a gasket molding machine for compression 
molding, and then ethylene-1-butene copolymer (POLY- 
BUTYLENE 8240 from Shell Chemical; a copolymer of 
1-butene (99 mol% or more) and ethylene (1 mol% or 
less) having a density of 0.908 g/cm^ and MFR of 2.0 20 
g/10 min (210°C, 2160 g load)) was supplied to the gas- 
ket molding machine for compression molding, to pro- 
duce a cap equipped with a multilayered gasket. The 
temperatures at the cylinder, nozzle, and mold of the 
compression molding machine were adjusted to be 245 25 
"C, 235 ''C. and 30 **C . respectively 
[0300] The sealing properties of the thus-produced 
cap were evaluated in the following manner. 
[0301 ] Water. 200 ml. was put into a 500 ml cylindri- 
cal polyester blow bottle and covered with the screw 30 
cap. The cap was fastened in various fashions as 
desaibed below. The bottle was then grasped by the 
body part and shaken up and down vigorously 20 times. 
The resultant state of leakage was evaluated on a scale 
of four levels as follows. 

A: No leaking observed at all by light fastening with 
the fingertips. 

B: Leaking observed by light fastening with the fin- 
gertips, moistening part of the cap saew. <o 
C: Leaking observed by light fastening with the fin- 
gertips, water splashing outside the cap. but no 
leaking observed by firmly fastening. 
D: Leaking observed by firm fastening. 

45 

[0302] The txJttte was evaluated as "A", proving its 
good sealing properties. 



(Example 10) 

[0303] The multilayered film obtained in Example 2 
was tested in the same manner as that described in 
Exarrple 9 As a result: it was evaluated as "A". 

(Example 11) 

[0304] The multilayered film obtained in Example 6 
was tested in the same manner as that described in 
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Example 9. As a result, it was evaluated as "A". 
[0305] Thus, the present invention provides resins 
or resin compositions having good oxygen absorbency. 
The resins or resin conpositions can be easily handled 
and produced into molded articles of an arbitrary shape. 
The resultant molded articles such as films and contain- 
ers have good oxygen absorbency and gas barrier prop- 
erties. They can also provide good transparency if 
resins are appropriately selected. Therefore, the resins 
or resin compositions of the present invention are useful 
as containers for preserving materials susceptible to 
degradation by oxygen, such as foods and medicines. 
They are also useful as a deoxidizer in the light of their 
oxygen scavenging function and ease of handling. 
[0306] Multilayered structures using the above res- 
ins or resin compositions, such as packages made of a 
multilayered film, are also favorably used due to their 
excellent performance. In particular, containers made of 
a multilayered film having a total thickness of 300 ^m or 
less, and multilayered containers including a thernrio- 
plastic polyester layer laminated with the resin or resin 
composition layer are favorably used for applications 
that require transparency as well as good oxygen 
absorbency and gas ban-ier properties, 
[0307] While the invention has been described in 
detail and with reference to specific embodiments 
thereof, it will be apparent to one skilled in the art that 
various changes and modifications can be made therein 
without departing from the spirit and scope thereof 

Claims 

1. An oxygen absorptive resin composition compris- 
ing: a thermoplastic resin (a) having carbon-cartx)n 
double bonds; a gas barrier resin (b) having an oxy- 
gen transmission rate of 500 ml -20 ^m/m^ 'day 
• atm or less {20°C 65%RH); and a Uansition metal 
salt (c). 

2. The resin composition as claimed in claim 1. 
wherein the oxygen absorption rate is 0.01 ml/m^ 
•day or more. 

3. An oxygen absorptive resin composition compris- 
ing: a thermoplastic resin (a) having carbon-cartx>n 
double bonds; and a gas barrier resin (b) having an 
oxygen transmission rate of 500 ml -20 ^ivn/rr^ 
•day -atm or less (20°C 65%RH), wherein the 
oxygen absorption rate is 0.01 ml/m^ • day or nx)re. 

4. The resin composition as claimed in any one of 
datms 1 to 3. wherein the thermoplastic resin (a) 
has the cart)on-carbon double bonds in an amount 
of 0.0001 eq/g or more. 

5. The resin composition as claimed in any one of 
claims 1 to 4. wherein the thermoplastic resin (a) is 
a copolymer of an aromatic vinyl conpound and a 
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diene compound. 

6. The resin composition as claimed in any one of 
claims 1 to 5. wherein the thermoplastic resin (a) 
has at least one kind of structural unit represented 5 
by formula (I): 

Ofc Ctl 

c 

R3 

[wherein R, denotes an alky! group having 1 to 10 
carton atoms, an aryl group, an alkyiaryl group, or so 
an alkoxy group; R2 ar»d R3 denote independently a 
hydrogen atom, an alkyl group having 1 to 10 car- 
bon atoms, a substituted aryl group or a non-substi- 
tuted aryt group. ■COOR4. -OCOR5. a cyano group, 
or a halogen atom: and R4 and R5 denote inde- 25 
pendently an alkyi group having 1 to 10 carbon 
atoms, an aryl grotp. an alkyiaryl group, or an 
alkoxy group], and has a number-average molecu- 
lar weight m the range of 1000 to 500000. 

30 

7. The resin composition as claimed in any one of 
claims 1 to 6. wheren the refractive index of the gas 
bamer resin (b) is in the range of 1 .50 to 1 .56. 

8. The resin composition as claimed in any one of 35 
claims 1 to 7. wherein the gas barrier resin (b) is at 
least one selected from the group consisting of pol- 
yvinyl alcohol resins, polyamides. polyvinyl chlo- 
ride, and polyacrytonitnle. 

\ ^0 

9. The resin composition as claimed in any one of 
claims 1 to 8. wherein the gas banier resin (b) is an 
ethylene-vtnyl alcohol copolymer having an ethyl- 
ene content of 5 to 60 mo»% and a degree of sapon- 
ification of 90% or nrxxe. j 

10. The resin conposition as claimed in any one of 
claims 1 to 9. wherein the transition metal salt (c) is 
at least one selected from the group consisting of 
iron satts. nickel salts, copper salts, manganese so 
salts, and cobatt salts 

11. The resin composition as claimed in any one of 
claims 1 to 10. wherein the transition metal salt (c) 

is contained in an anrx)unt of 1 to 5000 ppm in terms 55 
of the metal element. 

12. The resin composition as claimed in any one of 



claims 1 to 11. wherein the difference In the refrac- 
tive index between the thermoplastic resin (a) and 
the gas ban-ier resin (b) is 0.01 or less. 

13. The resin composition as claimed in any one of 
claims 1 to 12, wherein the thermoplastic resin (a) 
is contained in an amount of 0.1 to 30 % by weight, 
arxJ the gas barrier resin (b) is contained in an 
amount of 99.9 to 70 % by weight. 

14. The resin composition as claimed in any one of 
claims 1 to 13, wherein particles of the thermoplas- 
tic resin (a) are dispersed in a matrix of the gas bar- 
rier resin (b). 

15. An oxygen absorptive resin composition compris- 
ing: a thermoplastic resin (a) having a number-aver- 
age molecular weight in the range of 1000 to 
500000 and having at least one kind of a structural 
unit represented by formula (I): 

— CH2 — CH — 

I 

R3 

[wherein denotes an alkyl group having 1 to 10 
cartx>n atoms, an aryl group, an alkyiaryl group, or 
an alkoxy group; R2 and R3 denote independently a 
hydrogen atom, an alkyl group having 1 to 10 car- 
bon atoms, a substituted aryl group or a non-substi- 
tuted aryl group. -COOR4. -OCOR5, a cyano group, 
or a halogen atom; and R4 and R5 denote inde- 
pendently an alkyl group having 1 to 10 carbon 
atoms, an aryl group, an alkyiaryl group, or an 
alkoxy group], wherein the carbon-carbon double 
bonds in said structural unit in the resin (a) is con- 
tained in an amount of 0.0001 eq/g or more; and a 
transition metal salt (c) in an amount of 1 to 10000 
ppm in terms of the metal element 

16. The resin composition as claimed in claim 15. 
wherein the oxygen absorption rate is 0.01 ml/rrt^ 
• day or more. 

1 7. The resin composition as claimed in daim 1 5 or 1 6. 
wherein Ri denotes a methyl group, and R2 and Rf 
denote a hydrogen atom independently 

18. The resin composition as claimed in any one of 
claims 15 to 1 7. wherein the thernrxjplastic resin (a) 
has a structural unit derived from an aromatic vinyl 
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compound. 

19. The resin composition as claimed in any one of 
claims 15 to 18, wherein the thermoplastic resin (a) 

Is mainly composed of a polyisoprene block con- 5 
taining the structural unit represented by the for- 
mula (I) and a polystyrene block. 

20. The resin composition as claimed in any one of 
claims 1 5 to 1 9, wherein the thermoplastic resin (a) io 
is a ternary block copolymer composed of polysty- 
rene block - polyisoprene block containing the 
structural unit represented by the formula (I) - poly- 
styrene block. 

15 

21. The resin composition as claimed in any one of 
claims 15 to 20, further comprising a thermoplastic 
resin other than the thermoplastic resin (a). 

22. The resin composition as claimed in claim 21, 20 
wherein the thermoplastic resin other than the ther- 
moplastic resin (a) is a gas barrier resin (b) having 

an oxygen transmission rate of 500 ml • 20 ^m/m^ 
• day • atm or less (20*'C 65%RH). 

25 

23. The resin composition as claimed in claim- 22. 
wherein particles of the thermoplastic resin (a) are 
dispersed in a matrix of the gas t>arrier resin (b). 

24. An oxygen absorptive thermoplastic resin having a 30 
number-average molecular weight in the range of 
1000 to 500000. having at least one kind of struc- 
tural units represented by formula (I): 

35 

CHz — CH — 

I 

I 

R3 



64 

• day or more. 

25. A molded article comprising the oxygen absorptive 
resin composition or the oxygen absorptive thermo- 
plastic resin as claimed in any one of claims 1 to 24. 

26. A multilayered structure having a layer including the 
oxygen absorptive resin compositon or the oxygen 
absorptive thermoplastic resin as claimed in any 
one of claims 1 to 24. 

27. A multilayered container having a layer including 
the oxygen absorptive resin composition or the oxy- 
gen atjsorptive thermoplastic resin as claimed in 
any one of daims 1 to 24. 

28. A multilayered container comprising a multilayered 
film having a layer made of the oxygen absorptive 
resin composition or the oxygen absorptive thermo- 
plastic resin as claimed in any one of claims 1 to 24, 
wherein the multilayered film has a total thickness 
of 300 ^m or less. 

29. A multilayered container having a layer made of the 
oxygen absorptive resin conposition or the oxygen 
absorptive thermoplastic resin as claimed in any 
one of claims 1 to 24. and a layer made of thermo- 
plastic polyester. 

30. A cap equipped with a gasket made of the oxygen 
absorptive resin composition or the oxygen absorp- 
tive thermoplastic resin as claimed in any one of 
claims 1 to 24. 



(wherein denotes an alkyi group having 1 to 10 
cart>on atoms, an aryl group, an alkytaryl group, or 
an alkoxy group; R2 artd R3 denote independently a 
hydrogen atom, an alkyl group having 1 to 10 car- 
toon atoms, a substituted aryl group or a non-substi- so 
tuted aryl group. -CCXDR4. -OCOR5, a cyano group, 
or a halogen atom; and R4 and R5 denote inde- 
pendently an aikyi group having 1 to 10 caitxDrr* 
atoms, an aryl group, an alkytaryl group, or an 
alkoxy group], wherein the carbon-carbon double 55 
borxJs in said structural unit in the resin (a) is con- 
tained in an amount of 0.0001 eq/g or more, and 
having an oxygen absorption rate of 0. 01 ml/m^ 
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